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TITANIUM(II) OR ZIRCONIUM(ll) COMPLEXES AND ADDITION POLYMERIZATION CATALYSTS 

THEREFROM 

Background of the Invention 

5 This invention relates to certain titanium and zirconium complexes comprising a 

single, cyclic, delocalized n-bonded ligand group wherein the metal of said complexes is in the 
+ 2 formal oxidation state. More particularly, this invention relates to such complexes wherein 
the metal is covalently bonded to the cyclic group via the delocalized n-system and also 
covalently bonded thereto via a divalent ligand group. Such complexes are referred to in the 

-IQ art as "constrained geometry" complexes. The invention further relates to techniques for 
preparing such complexes, to derivatives of such complexes that are catalysts useful for 
polymerizing olefins, diolefins and/or acetyienically unsaturated monomers, as well as such 
polymerization processes. 

The preparation and characterization of certain biscyclopentadienyl zirconium 

15 and hafnium diene complexes are described in the following references: Yasuda, etaL, 
Orqanometallics, 1,388(1982), (Yasuda I) ; Yasuda. et al. Acc. Chem. Res. , 18, 120(1985), 
(Yasuda II) : Erker. et at.. Adv. Orqanomet. Chem. , 24, 1 (1985); and US-A-5,198,401. The latter 
reference describes the use of Cp2Zr(diene) as an olefin polymerization catalyst in combination 
with ammonium borate cocatalysts. 

20 The preparation of certain Ti, Zr, and Hf monocyclopentadienyl diene complexes 

lacking the present bridged ligand structure, was described in Yamamoto et al., 
Orqanometallics . 8, 105(1989) (Yamamoto) and Blenkers, J, et al., Orqanometallics , 6, 459 
(1987). Only the Hf complexes disclosed in the latter reference were described as having utility 
as catalyst components. 

25 Constrained geometry metal complexes, including titanium complexes, and 

methods for their preparation are disclosed in U.S. Application Serial No. 545,403, filed July 3, 

1990 (EP-A-4 16,81 5); U.S Application Serial No. 547,718, filed July 3, 1990 (EP-A-468,651); U.S. 

Application Serial No. 702,475, filed May 20, 1991 (EP-A-5 14,828); U.S. Application Serial No. 

876,268, filed May 1, 1992, (EP-A- 520,732) and U.S. Application Serial No. 8,003, filed January 
30 21, 1993 (WO93/19104), as well as US-A- 5,055,438, US-A- 5,057,475, US-A- 5,096,867, US-A- 

5,064,802 and US-A-5, 132,380. Despite the advance in the art brought about by the foregoing 

constrained geometry complexes, the adaption of such technology to Group 4 metals in the + 2 

formal oxidation state has previously been unknown. 

Summary of the Invention 
35 According to the present invention there are provided metal complexes 

containing one and only one cyclic, delocalized, anionic, n-bonded group, said complexes 

corresponding to the formula: 

-1- 
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/ 2 \ 

L M X 

wherein: ...... 

M is titanium or zirconium in the + 2 formal oxidation state ; 
L is a group containing a cyclic, delocalized, anionic, n-system through which the 
group is bound to M, and which group is also bound to 2; 

Z is a moiety bound to M via a o-bond, comprising boron, or a member of Group 
14 of the Periodic Table of the Elements, and also comprising nitrogen, phosphorus, sulfur or 
oxygen, said moiety having up to 60 non-hydrogen atoms; and 

X is a. neutral, conjugated or nonconjugated diene, optionally substituted with 
one or more hydrocarbyl groups, said X having up to 40 carbon atoms and forming a n-complex 
with M. 

Additionally according to the present invention there is provided a process for 
preparing a metal complex containing one and only one cyclic, delocalized n-bonded group, 
said complex corresponding to the formula: 

L M X 

wherein M, L, Z and X are as previously defined, 
20 comprising: 

contacting a compound according to the formula M(X*>2 or a solvated adduct 
thereof wherein X* is halo and M is as previously defined, with a conjugated or nonconjugated 
C4_4o diene compound corresponding to X and a source of a dianion ligand, (Z-lH. 

In a preferred embodiment the compound according to the formula M(X*) 2 is 
25 prepared by contacting a compound according to the formula JVT(X*)3 or M"(X*) fl , or a 
solvated adduct thereof, in a solvent, with a reducing agent under reducing conditions 
wherein, 

M* is titanium or zirconium in the + 3 formal oxidation state; 

M** istitanium or zirconium in the + 4 formal oxidation state; and 
30 x* is as previously defined. 

In another embodiment of the present invention there is provided a process for 
preparing a metal complex containing one and only one cyclic, delocalized n-bonded group, 
said complex corresponding to the formula : 

35 X 



-2- 
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wherein M, L, 2 and X are as previously defined, 
the steps of the process comprising: 

1) a) contacting a conjugated or nonconjugated Ca-40 r 

diene compound with a metal complex corresponding to the formula: 

z P / ». P 

/—\--X °' <■ — M"— (Xh 

wherein, 

M w is titanium or zirconium in the +3 formal oxidation state; 
M** is titanium or zirconium in the +4 formal oxidation state; and 
X* is halo; 

G* is a neutral Lewis base selected from amines, phosphines and ethers said G 
having from 3 to 20 non-hydrogen atoms; 
L and Z are as previously defined; and 
15 g is a number from 0 to 3, 

in an inert solvent, and 

b) contacting the resulting mixture with a reducing agent, 



10 



30 



or 



2) a) contacting a conjugated or nonconjugated Qu4 0 diene compound with a 

20 reducing agent in a suitable non interfering solvent, and 

b) contacting the resulting mixture with a metal 
complex corresponding to the formula: 

(G-) g < G ">9 

25 /_V-X ° r L — X M«— (X) 2 

wherein, 

M* is titanium or zirconium in the + 3 formal oxidation state; 
M** is titanium or zirconium in the + 4 formal oxidation state; and 
X* is halo; 

G* is a neutral Lewis base selected from amines, phosphines and ethers, said G 
having from 3 to 20 non-hydrogen atoms; 
L and 2 are as previously defined ; and 
gis a number from 0to3. 

Further according to the present invention there are provided catalysts for 
35 polymerization of addition polymerizable monomers comprising a combination of one or more 
of the above metal complexes and one or more activating cocatalysts or activating techniques. 



-3- 
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The present invention also provides a polymerization process comprising 
contacting one or more addition polymerizable monomers with a catalyst comprising one or 
more of the above metal complexes and one or more activating cocatalysts or activating 
techniques. The polymerization may be performed under solution, suspension, slurry, or gas 
5 phase process conditions, and the catalyst or individual components thereof may be used in a 
heterogeneous, ie. a supported state, or in a homogeneous state as dictated by process 
conditions. The catalyst can be used in combination with one or more additional catalysts of 
the same or different nature either simultaneously in the same reactor or sequentially in 
separate reactors. 

10 Catalysts prepared from the complexes of the present invention possess improved 

catalytic properties compared to corresponding complexes wherein the metal is »n the + 4 
formal oxidation state. Surprisingly, the present complexes retain high catalytic efficiency at 
elevated temperatures compared to similar catalysts wherein the metal is in the + 4 formal 
oxidation state. Also, the present complexes under similar processing conditions give higher 

1 5 molecular weight polymers than are produced using catalysts wherein the metal is in the + 4 
formal oxidation state. In addition, the complexes are compatible with and may be used in 
combination with alkylaluminum compounds which may be employed to scavenge monomer 
impurities without detrimental effect to their catalytic properties. Finally, the present 
complexes are more readily, and thus more efficiently, activated by common activating 

20 cocatalysts, such as strong Lewis acids, than are corresponding complexes wherein the metal is 
in the +4 formal oxidation state . 
Brief Description of the Drawings 

Figures 1-3 show 1 H NMR spectra of the metal complexes of Examples AT, 17 and 
18 respectively. 

25 Figure 4 shows in schematic form the continuous polymerization reactor utilized 

in Examples 40 and 41 and the comparative example. 
Detailed Description 

All reference to the Periodic Table of the Elements herein shall refer to the 
Periodic Table of the Elements, published and copyrighted by CRC Press, Inc., 1989. Also, any 
30 reference to a Group or Groups shal I be to the Group or Groups as reflected in this Periodic 
Table of the Elements using the IUPAC system for numbering groups. 

The diene group, X, does not decompose under reaction conditions used to 
prepare the complexes of the invention Under subsequent polymerization conditions, or in 
the formation of catalytic deri vati ves of the present complexes, the diene group, X, may 
35 undergo chemical reactions or be replaced by another ligand. 

The present titanium and zirconium complexes contain a neutral diene ligand 
which is coordinated via n-complexation through the diene double bonds, and not through a 
metallacycle containing o-bonds (o-bound diene) where the metal is in the +4 formal oxidation 

-4- 
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state. Such a distinction is readily determined by X-ray crystallography or by NMR spectral 
characterization according to the techniques of Yasuda l r Yasuda II, and Erker, et al. v Supra, as 
well as the references cited therein. By the term " n-complex " is meant both the donation and 
back acceptance of electron density by the ligand are accomplished using ligand n-orbitals, i.e., 

5 the diene is n-bound (-bound diene). 

A suitable method of determining the existence of a n-complex in conjugated 
diene containing metal complexes is the measurement of metal-carbon atomic spacings for the 
carbons of the conjugated diene using common X-ray crystal analysis techniques. 
Measurements of atomic spacings between the metal and C1,C2, C3, C4 (M-C1, M-C2, M-C3, 

10 M-C4, respectively) (where C1 and C4 are the terminal carbons of the 4 carbon conjugated 
diene group and C2 and C3 are the internal carbons of the of the 4 carbon conjugated diene 
group) may be made. If the difference between these bond distanceis r Ad, using the following 
formula: 



| <M-C1) + (M-C4) I f (M-C2) + (M-C3) | 



is greater than -0. 1 5A, the diene is considered to form a n-complex with M. In the use of such 
X-ray crystal analysis techniques at least "good" and preferably "excellent" determination 
quality as defined by G. Stout et al. ff X-ray Structure Determination. A Practical Guide . 

20 Macmillan Co., pg 430-431 (1968) is used. 

Examples wherein the above method for determination of n-complexes has been 
applied to prior art compounds are found in Eker, et al. f Anqew. Ch em. Int. Ed.. Eng.. 23, 
455-456 (1984) (Erker et al.) and Yamamoto, Supra. In the former reference (ii 3 -allyl)(ii 4 - 
butadiene)(n 5 -cyclopentadienyl)zirconium was crystallographically characterized. The M-C1 

25 and M-C4 distances were both 2.360 (±.005) A. The M-C2 and M-C3 distances were both 2.463 
(±.005) A, giving a Ad of -0.1 03 A. In the latter reference (ii 5 -pentamethylcyclopenta- 
dienyl)(nM,4-diphenyl-1,3-butadiene)titanium chloride was shown to have M-C1 and M-C4 
distances of 2.233 (± .006) A. The M-C2 and M-C3 distances were both 2.293 (±.005) A, giving a 
Ad of -0.060A. Erker et al. also disclosed bis(cyclopentadienyl)zirconium (2,3-dimethyl-1.3- 

30 butadiene). In this complex the M-C1 and M-C4 distances were 2.300 k. The M-C2 and M-C3 
distances were both 2.597 A, giving a Ad of -0.297 A. Accordingly, this complex contains a 
o-bound diene andthe zirconium is in the +4 formal oxidation state. 

Alternatively, complexes of the present invention wherein X is a conjugated diene 
in the form of a n-complex and M is in the +2 formal oxidation state are identified using 

35 
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nuclear magnetic resonance spectroscopy techniques. The teachings of Erker, et aL, supra, C. 
Kruger, etal. OrQanometallics . 4, 215-223, (1985), and Yasuda 1, supra, disclose these well 
known techniques for distinguishing between n-bound complexes and metallocyclic 
coordination or o-bound diene complexes. 
5 When the foregoing techniques-are indeterminate of the existence of n- 

complexes, the relevant atomic spacings may be determinable by a restricted Hartree-Fock 
method, which is a standard method of molecular orbital (MO) theory, as explained 
hereinafter. 

Notwithstanding the foregoing statement, it is to be understood that when X is a 
1 0 conjugated diene, the present complexes may be formed and utilized as a mixture of n-bound 
diene complexes and o-bound diene complexes. Preferably the complexes of the present 
invention are present in a molar amount from greaterthan 10to 100 percent, more preferably 
in a molar amount from 50 to 100 percent, most preferably in a molar amount from 60 to 100 
percent, based on the total amount of complexes present. Techniques for separation and 
1 5 purification of n-bound diene complexes complex from mixtures of n-bound diene complexes 
and o-bound diene complexes are known in the art and disclosed for example in the previously 
mentioned Yasuda I, Yasuda II, and Erker, et al. references and may be employed if desired to 
prepare and isolate the complexes in greater purity. 

Inasmuch as the complexes can contain only one cyclic delocalized, anionic, n- 
20 bonded group, it follows that Z or X, singly or in combination, cannot comprise a 
cyclopentadienyl group or other cyclic delocalized n-bonded group. 

Preferred metal coordination complexes according to the present invention 
correspond to the formula: 

/ z \ 

25 Cp m X 

wherein 2, M and X are as previously defined; and 

Cp is a C5H4 group bound to Z and bound in an q5 bonding mode to M or is such 
an i)5 bound group substituted with from one to four substituents independently selected from 
hydrocarbyl, silyl, germyl, halo, cyano, and combinations thereof, said substituent having up to 
20 nonhydrogen atoms, and optionally, two such substituents (except cyano or halo) together 
cause Cp to have a fused ring structure. 

More preferred metal coordination complexes according to the present invention 
correspond to the formula : 

R 1 Z* 

35 
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wherein: 

R' each occurrence is independently selected from hydrogen, hydrocarbyl, silyl. 
germyl, halo, cyano, and combinations Thereof, said R' having up to 20 nonhydrogen atoms, 
and optionally, two R' groups (where R' is not hydrogen, halo or cyano) together form a 
5 divalent derivative thereof connected to adjacent positions of the cyclopentadienyl ring to 
form a fused ring structure; 

X is a neutral r^-bonded diene group having up to 30 non-hydrogen atoms, which 
forms a n-complex with M; 

Yis-0-,-S-,-NR*-,-PR*-; 

M is titanium or zirconium in the + 2 formal oxidation state; 
Z w is SiR* 2 , CR* 2 , SiR w 2 SiR* 2 , CR" 2 CR* 2 . CR* = CR*, CR* 2 5iR% or GeR* 2 ; wherein: 
R* each occurrence is independently hydrogen, or a member selected from 
hydrocarbyl, silyl, halogenated alkyl, halogenated aryl, and combinations thereof, said R* 
having upto 10 non-hydrogen atoms, and optionally, two R* groups from Z* (when R* is not 
T 5 hydrogen), or an R* group from Z* and an R* group from Y form a ring system. 

Preferably, R' independently each occurrence is hydrogen, hydrocarbyl, silyl, halo 
and combinations thereof said R' having up to 1 0 non-hydrogen atoms, or two R' groups (when 
R' is not hydrogen or halo) together form a divalent derivative thereof; most preferably, R' is 
hydrogen, methyl, ethyl, propyl, butyl, pentyl, hexyl, (including where appropriate all isomers), 
20 cydopentyl, cyclohexyl, norbornyl, benzyl, or phenyl ortwo R' groups (except hydrogen) are 
linked together, the entire CsR'4 group thereby being, for example, an indenyl, 
tetrahydroindenyl, fluorenyl, tetrahydrofluorenyl, or octahydrofluorenyl group. 

Further preferably, at least one of R' or R* is an electron donating moiety. By the 
term "electron donating" is meant that the moiety is more electron donating than hydrogen 
25 Thus, highly preferably Y is a nitrogen or phosphorus containing group corresponding to the 
formula -N(R")- or -P(R")-, wherein R" is C 1-10 hydrocarbyl. 

Examples of suitable X groups include: s-tra ns-r] 4 -1,4-dipheny 1-1 ,3-butadiene; s- 
trans-q 4 -3-methyl- 1 ,3-pentad iene ; s-trans-q 4 - 1 ,4-d i benzyl- 1 ,3-butad i ene; s-tra ns-q 4 -2 ,4- 
hexadiene; s-trans-q 4 -1,3-pentad»ene; S -trans-q 4 -1,4-ditolyl-1,3-butadiene; s-tra ns-q 4 - 1,4- 
30 bis(trimethylsilyl)-1,3-butadiene; s-cis-q 4 -1,4-diphenyl-1 ,3-butadiene; s-cis-q 4 -3-methyl-1,3- 
pentadiene; s-cis-q 4 -1,4-dibenzyl-1,3-butadiene; s-cis-q 4 -2,4-hexadiene; s-cis-q 4 -1,3- 
pentadiene; s-cis-q 4 -1,4-dttolyl-1,3-butadiene; and s-cis-q 4 -1,4-bis(trimethylsilyl)-1,3- 
butadiene, said s-cis diene group forming a n-complex as defined herein with the metal. 

Most highly preferred metal coordination complexes are amidosilane- or 
35 amidoalkanediyl- compounds corresponding to the formula: 
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wherein: 

M istitanium; 

X is s-trans-q 4 -1,4-diphenyl-1,3-butadiene; s-trans-q 4 -3-rnethyl-1,3-pentadiene; s- 
trans-q 4 -1,4-dibenzy!-1,3-butadiene; s-trans-ri 4 -1,3-pentadiene; s-trans-q 4 -2,4-hexadiene; s- 
trans-q 4 -1,4-ditolyl-1,3-butadiene; s-trans-ii 4 -1,4-bis(trim€thyl$ilyl)-1,3-butadiene; s-cis-q 4 -1,4- 
diphenyl-l,3-butadiene; s-cis-q 4 -3-methyl-1,3-pentadiene; s-cis-q 4 -1,4-dibenzyl-1,3-butadiene; 
s-cis-q 4 -1,3-pentadiene; s-cis-q 4 -2,4-hexadiene; s-cis-q 4 -1,4-ditolyl-1,3-butadiene; ors-cis-q 4 - 
1 ,4-bis(trimethylsiiyl)-1 ,3-butadiene, said s-cis diene group forming a n-complex as defined 
herein with the metal; 

R' each occurrence is independently selected from hydrogen, siiyl, hydrocarbyl 
and combinations thereof, said R' having up to 10 carbon or silicon atoms, or two such R' 
groups on the substituted cyclopentadienyl group (when R' is not hydrogen) together form a 
divalent derivative thereof connected to adjacent positions of the cyclopentadienyl ring; 
is C100 hydrocarbyl; 

R'" is independently each occurrence hydrogen or C^io hydrocarbyl; 

E is independently each occurrence silicon or carbon; and 

m is 1 or 2. 

Examples of the metal complexes according to the present invention include 
compounds wherein R" is methyl, ethyl, propyl, butyl, pentyl, hexyl, (including all isomers of 
the foregoing where applicable), cyclododecyl, norbornyl, benzyl, or phenyl; {ER'" 2 )m is 
dimethylsilane, orethanediyl; and the cyclic delocalized n-bonded group is cyclopentadienyl. 
tetramethylcyclopentadienyl, indenyl, tetrahydroindenyl, fluorenyl, tetrahydrofluorenyl or 
octa hy d rof I u oreny I . 

If the aforementioned empirical techniques for measuring whether a complex 
possesses the requisite diene n-complex configuration are indeterminate, a restricted Hartree- 
Fock method may be utilized to determine molecular spacings. Such Hartree-Fock methods are 
well known having been disclosed by: W. J. Hehre, L Radom, P. R. Schleyer, and J. A. Pople, Ab 
Initio Molecular Orbital Theory (Wiley, New York, 1986); K. D. Dobbs and W. J. Hehre, 

Molecular Orbital Theory of the Properties of Inorganic and Organometallic Compounds, 5, 
Extended Basis Sets For First-row Transition Metals" [3-21 G, 3-21G*, Sc-Znl, J. Comput. Chern. 8, 
861 (1987); K. D. Dobbsand W. J. Hehre, Molecular Orbital Theory of the Properties of 
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Inorganic and Organometallic Compounds, 5, Extended Basis Sets For First-row Transition 
Metals. [3-2 1G, 3-21 G*. Sc-Znl. J. Comput. Chem. 9, 801 (1988) (Erratum to above); and K. D. 
Dobbsand W. J. Hehre, Molecular Orbital Theory of the Properties of Inorganic and 
Organometallic Compounds, 6, Extended Basis Sets for Second-row Transition Metals [3-21 G, 3- 

5 21G*, Y-Cd], J.Comput. Chem. 8. 880-93 (1987). 

According to the technique as utilized herein, solutions to the quantum 
mechanical equations for the electronic structures of isolated molecules in the gas phase are 
solved according to the well known, rigorous, ab initio method, using a 3-21ddG basis set. The 
3-2 1 ddG basis set uses all of the functions from 3-2 1 G, and adds a diffuse d function to each 

10 transition metal atom, as disclosed by: P. J. Hay, Gaussian Basis Sets for Molecular Calculations, 
the Representation of 3d Orbitals in Transition-metal Atoms, [3-2iddGj, J. Chem. Phvs. 66, 
4377-84 (1977); A. K. Rappe, T. A. Smedley, and W. A. Goddard, III, Flexible d Basis Sets for 
Scandium Through Copper [3-21dd6], J. Phvs. Chem. 85. 2607-1 1 (1981); and P. J. Hay and W. R. 
Wadt, Ab Initio Effective Core Potentials for Molecular Calculations, Potentials for the 

15 Transition Metal Atoms Scandium to Mercury, [3-21 ddG], J. Chem. Phvs. 82, 270-83 (1985). For 
transition metals, it is well known that the diffuse d function improves the treatment of the 
various possible electronic configurations. The exponent of the added function is determined 
from the ratios of values for the other exponents- The diffuse d exponents added are: Ti f 
0.101; Zr, 0.055. 

20 Tn * HF/3-21ddG calculations are carried out using GAUSSIAN 92™, Revision D.2, 

available from Gaussian, Inc., Carnegie Office Park, Building 6, Pittsburgh, PA 15106, or 
equivalent program. The technique is further disclosed in J. B. Foresman and A. Frisch, 
Exploring Chemistry with Electronic Structure Methods: A Guide to Using Gaussian, Gaussian, 
Inc., Pittsburgh, PA, 1993 
25 More particularly, the structure of a complex is calculated as follows. 

1 An initial structure is constructed using a molecular modeling program such as 
POLYGRAF"" Molecular Design and Analysis Program, version 3.21 (06/01/93), 
available from Molecular Simulations, Inc., 16 New England Executive Park, 
Burlington, MA 01803-5297, or equivalent program. 
30 2. Optimized structures are obtained by an iterative method using the 

GAUSSIAN*" 92 program, or subsequent versions thereof In each optimization 
cycle, the energy and atomic forces (energy gradients) are used to generate a 
new, refined structure or atomic positions. The final optimized structure is 
obtained when the displacements and forces of all atoms meet convergence 
35 thresh holds of 0.00180 atomic units and 0.00045 atomic units, respectively. At 

this point, the total energy is minimized with respect to all degrees of freedom 
(molecular structure variables). For nonlinear moiecuies, there are 3n-6 degrees 
of freedom, where n is the number of atoms. These 3n-6 degrees of freedom are 
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expressed as a combination of atomic coordinates (x, y, 2) and internal 
coordinates (bond lengths, bond angles, and torsion angles). 
3. The total energies for various isomers calculated by HF/3-21 ddG are then 
compared to determine the lowest energy isomer and the atomic coordinates for 
5 that isomer are selected for determination of atomic spacings, Ad, according to 

the previously disclosed formula. 

Fororganotitanium or organozirconium compounds such as the present, the 
HF/3-21ddG structures have been found to be accurate to better than 0.2 A, 0.06 A, 3°, and 5°, 
forthe atomic positions, bond lengths, bond angles, and torsion angles, respectively, as 
10 compared to structures obtained by x-ray diffraction. 

Specific metal complexes included within the present invention are: 
(tert-butytamido)(tetramethyl-q5. C yclopentadienyI)-1 r 2-ethanediyltitanium s- 
trans-n 4 -1>diphenyl-1 f 3-butadiene; (tert-butylamido)(tetramethyl-q5-cyclopentadienyl)-1,2- 
ethanediyltitanium s-trans-r} 4 -1 ,4-dibenzyl-1,3-butadiene; (tert-butytamido)(tetramethyl-ri 5 - 
1 5 cyclopentadienylM ,2-ethanediyltitanium s-trans-n 4 -2,4-hexadiene; (tert-butyiamido)(tetra- 
methy!-ri5- C yclopentadienyl)-1 ,2-ethanediyttitanium s-trans-q 4 -3-methyl-l ,3-pentadiene; (tert- 
butylamido)(tetramethyl-ri 5 -cyclopentadienyl)-1 ,2-ethanediyltitanium s-trans-n 4 -! ,3- 
pentadiene; (tert"butylamido)(tetramethyl-ii5.cyclopentadienyl)-1 ,2-ethanediyi titanium s- 

trans- q 4 - 1 ,4-bi s(tri met hy I si I y I )- 1 , 3-bu tad i ene ; 
20 (methylamido)(tetramethyl-ri 5 -cyclopentadienyl)-1,2-ethanediyltitanium s-trans- 

r] 4 -1,4-diphenyl-1,3-butadiene; (methylamtdo)(tetramethyl-ri5.cyclopentadienyl)-l,2- 
ethanediyltitanium s-trans-q 4 -1 ,4-dibenzyl-1,3-butadiene; (methylamido)(tetramethyl-q 5 - 
cyclopentadienyl)-! ,2-ethanediyltitanium s-trans-q 4 -2,4-hexadiene; (methylamido)(tetra- 
methyt-q5<yclopentadienyl)-1,2-ethanediy^^^ 
25 (methylamido)(tetramethyl-ri5.cyciopentadienyl)-1,2-ethanediyltitanium s-trans-q 4 -1,3- 

pentadiene; (methylamido)(tetramethyl-ri5.cyclopentadienyl)-1,2-ethanediyltitanium s-trans- 

rj 4 -1,4-bis(trimethylsilyl)-1,3-butadiene; 

(phenylamido)(tetramethyl-ii5-cyclopentadienyl)-l,2-ethanediyltitanium s-trans- 

n 4 -1,4-diphenyl-1,3-butadiene; (phenylamido)(tetramethyl-ri5-cyclopentadienyl)-1 ,2- 

30 ethanediyltitanium s-trans-n 4 -1,4-dibenzyl-1,3-butadiene; (phenylamido)(tetramethyl-q5- 

cyclopentadienyl)-1 ,2-ethanediyltitanium s-trans-q 4 -2,4-hexadiene; 

(phenylamido)(tetramethyl-n 5 -cyclopentadienyl)-1 ,2-ethanediyltitanium s-trans-q 4 «3-methyl- 
1 ,3-pentadiene; (phenyiamido)(tetramethyl-ii5-cyclopentadienyl)-1 # 2-ethanediyititanium s- 
trans-q 4 -1,3-pentadiene; (phenyiamido)(ii5-cyclopentadienyl)-1,2-ethanediyltitanium s-trans- 

35 T] 4 -1,4-bis(tnmethylsilyl)-1,3-butadiene; 

(t-butytamido)(ri5<yclopentadienyl)-1 ,2-ethanediyltitanium s-trans-q 4 -1 ,4- 
dibenzyl-\3-butadiene; (t-butylamido)(n5-cyclopentadienyl)-1 ,2-ethaned ; yltitanium s-trans- 
q 4 -2,4-hexadiene; (benzyiamido)(tetramethyl-q5 <yc lopentadienyl)-l,2-ethanediyltitanium s- 

-10- 



9500526A1 I > 



WO 95/00526 



PCT/US94/06834 



trans-q4-1,4-diphenyl-1,3-butadiene; (benzylamido)(tetramethyl.ii5-cydopentadi€nyl)-1,2- 
ethanediyltitaniums-trans-ri^1,4-dib€nzyl-1,3-butadiene; (ben2ylamido)(tetramethyl-q5. 
cyclopentadiehyi)-1 r 2-ethanediyltitanium s-trans-q 4 -2,4-hexadiene; (benzylamido)- 
(tetramethyl-q5-cydopentadienylH ,2-ethanediyltitanium s-trans-q*-3-methyl- 1 ,3-pentadiene; 
5 (benzylamido)(tetramethyl-r)5^ 

diene; (t-butylamido)(q5-cyc!opentadienyl)-1 f 2-€thanediyltitanium s-trans-q 4 -1,4- 

bis(trimethylsiiyl)- 1 ,3-butadiene; 

(cyclododecylam!do)(tetramethyi-q5-cyclopentadi€ny!)-1 f 2-ethanediyttitanium s- 

trans-q 4 -1,4-diphenyl-l,3-butadiene; (cyclododecylamido)(tetramethyl-q5-cyclopentadienyl)- 
10 l f 2-€thanediyititaniums-trans-q 4 -1,4-dib€nzyl-1 f 3-butadiene; (cydododecylamido)(tetra- 
methyl-q5-cyclopentad»enylM 
(cydododecylamido)(tetramethyl-q5-c^^ 

methyl- 1 ,3-pentadiene; (cyclododecyl)(tetramethyl-q5-cyciopentadienyl).1,2- 
ethanediyltitanium s-trans-q 4 -1,3-pentadiene; (cyclododecylamido)(tetramethyl-q5- 

15 cydopentadienyl)-1>ethanediyltitanw^ 

(phenyiphosphidoJttetramethyl-qS-cyciopentadienylVl^thanediyltitanium s- 

trans-q*-1,4-diphenyl-1,3-butadiene; (phenyiphosphido)(tetramethyl-q5-cyciopentadienyl)-l,2- 
ethanediyltitanium s-trans-q 4 -3-methyl-l ,3-pentadiene; (phenylphosphido)(tetramethyl-q5- 
cydopentadienyl)-1 f 2-ethanediyltitanium s-trans-q 4 -1,3-pentadiene; (phenylamido)(tetra- 
20 methy!-q5-cyclopentadienyi)-1 p 2-ethanediyltitanium s-trans-q^l ,4-bis<trimethylsilyl)-1 ,3- 
butadiene; 

(tert-butylamido)(tetramethy!-q5-cyclopentadienyl)dimethylsilanetitanium s- 
trans-q4-1 # 4-diphenyl-1 r 3-butadiene; (tert-butylamido)(tetramethyl-q5-cyclopentadienyl)- 
dimethylsilanetitanium s-trans-q 4 -1 ,4-dibenzyl-1 ,3-butadiene; (tert-butyl ami do)(tetra methyl - 
25 q 5 -cydopentadienyl)dimethylsiianetitaniums-trans-r| 4 -2 f 4-hexadiene; <tert-butylamido)<tetra« 

methyl-q5-cyclopentadienyl)dimeto^ < tert " 
butyiamido)(tetramethyl-q5-cydopentadienyl)dimethylsilanetitanium s-trans-q 4 -1,3- 
pentadiene; (t-butylamido)(tetramethyl-q5-cyclopentadienyi)-dimethylsilanetitanium s-trans- 

q 4 -1,4-bis(trimethylsilyl)-1,3-butadiene; 
30 (methylamido)(tetramethyl-q5-cydopentadienyl)dimethylsilanetitanium s-trans- 

q*-1,4-diphenyl-1,3-butadiene; (methylamido)(tetramethyl-q5-cydopentadienyl)- 
dimethylsilanetitanium s-trans-q 4 -1,4-dibenzyl-1 ,3-butadiene; (methylamido)(tetramethyi-qS- 
cyclopentadienyl)dimethylsilanetitanium s-trans-q 4 -2,4-hexadiene; (methy»amido)(tetra- 
methyl-q5-cydopentadienyl)dimethylsilanetitaniums-trans-q 4 -3-methyl-1 f 3-pentadiene; 

35 (methylamido)(tetramethyl-q5^ 

pentadiene; (methylamido)(tetramethyl-q5-cyctopentadienyl)-dimethylsilanetitanium s-trans- 

q 4 - 1 ,4-bi s(tri methylsi lyl)- 1 ,3-butad i ene; 
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(phenylamido)(tetramethyl-n5- C yclopentadienyl)dimethylsilanetitanium s-trans- 
q 4 -1,4-diphenyl-1,3-butadiene; (phenylamidoj^etramethyl-n^cy^opentadienyt)- 
dimethylsilanetitaniums-trans-ii 4 -1,4-dibenzyl-1 r 3-butadiene; (phenylamido)(tetramethyl-qS- 
cyclopentadienyl)dimethylsilanetitanium s-trans-q 4 -2,4-hexadiene; 

5 (phenylamido)(tetramethyl-n 5 <yclopentadienyl)dimethylsiianetitanium5-trans-n 4 ^ 

1,3-pentadiene; (phenylamido)(tetramethy}-q5. C y C |op€ntadienyl)dimethylsilanetitanium s- 
trans-q 4 -l,3-pentadiene; (phenylamido)(tetramethyi-q5-cyciopentadienyl)- 
dimethylsilanetitanium s-trans-q 4 -1,4-bis(trimethylsiiyl)-1,3-butadiene; 

(cyclododecylamido)(tetramethyl-q5-cyclopentadienyl)dimethylsiianetitanium s- 

10 trans-q 4 -1,4-diphenyi-1,3-butadiene; (cyciododecylamido)(tetramethyl-n5. C y C | 0 pentadienyi)- 
dimethylsilanetitanium s-trans-q 4 -1,4-dibenzyl-1,3-butadiene; (cyclodod.ecylamido)(tetra- 
methyl-q5<yclopentadienyl)dimethylsilanetitanium s-trans-q 4 -2,4-hexadiene; 
(cyclododecylamido)(tetramethyl-q5-cyclo^ s-trans-q 4 -3-. 
methyl- 1,3-pentadiene; (cyclododecylamido)(tetramethyl-q5. C yciopentadienyl)dimethyl- 

1 5 silanetitanium s-trans-q 4 -1,3-pentadiene; (cyclododecylamido)(tetramethyi-q5- 

cyclopentadienyl)-dimethylsilanetitanium s-trans-n 4 -1 f 4-bis(trim€thyisiiyl)-1,3-butadiene; 

(t-binylamido)(n5.cyclopentadienyl)dim€thylsilanetitaniums<rans-n 4 -1A 
diphenyl-l ,3-butadiene; (tert-butylamido)(i]5-cyclopentadienyl)dimethylsjlan€titanium s-trans- 
q 4 -1,4-dibenzyl-l,3-butadiene; (t€rt-butylamido)(q5-cyclop€ntadienyl)dimethylsilanetitanium 

20 s-trans-q 4 -2,4-hexadiene; (t-butylamido)(i] 5 -cyclop€ntadienyl)dinnethylsilanetitanium s-trans- 
q 4 -3-methyM,3-pentadiene; (t-butylamido)(ri5-cyclopentadienyI)dimethylsilanetitanium s- 
trans-q 4 -1,3-pentadiene; (t-butylamido)(q5.cyclopentadienyl)dimethylsilanetitanjum s-trans- 
q 4 - 1 ,4-bis(trimethylsilyl)- 1 ,3-butadiene; 

(benzylamido)(tetramethyUq5.cyciopentadtenyl)dimethylsilaneti+ar»unn s-trans- 

25 q 4 -U4-diphenyl-1 ,3-butadiene; (benzyiamidoMtetramethyl-iiS-cyclopentadienyi)- 

dimethyisiianetitanium s-trans-q 4 -1,4-dibenzyl-1,3-butadiene; (benzylamido)(teTramethyi-q5- 
cyciopentadienyl)dimethylsiianetitaniums-trans-n 4 -2,4-hexadiene; 

(benzyiamido)(tetramethyl-n5^yclopentadienyl)dimethylsiianetitan»um s-trans-q 4 -3-methyl- 

1,3-pentadiene; (benzylamido)(tetramethyl-q5.cyc!opentadienyl)dimethylsilanetitanium s- 
30 trans-q 4 -1 ,3-pentadiene; (benzylamido)(tetramethyl-q 5 - 

cyclopentadienyl)dimethylsilanetitanium $-trans-q 4 -1,4-bis(trimethylsilyl)-1,3-butadiene; 

(phenylpho$phido)(tetramethyl-n5<yclopentadienyl)dimethylsilanetitanium s- 

trans-q 4 -1,4-diphenyl-1,3«butadiene; (phenylphosphido)(tetramethyl-qS-cydopentadienyi)- 

dimethylsilanetitanium s-trans-q 4 -1,4-ciibenzyl-1,3-butadiene; (phenylphosphido)(tetramethyi- 
35 n 5 -cyclopentadienyl)dimethylsilanetitanium s-trans-q 4 -2,4«hexadiene; (phenylphosphido)- 

(tetramethyl-q5. C yclopentadienyl)dimethylsilanetitanium s-trans-q 4 -3-methyl- 1,3-pentadiene; 

(phenyl phosphido)(tetramethyl-q5-cyclopentadienyl)dimethyisilanetitanium s-trans-q 4 -1 ,3- 
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pentadiene; (pheny!phosphido)(tetramethyl-n5. C yclopentadienyl)dimethyisiianetitanium s- 

trans-q 4 -l ,4-bis(trimethylsilyl)-1 f 3-butadtene; 

(tert-butyiamido)(n 5 -»ndenyl)-1,2-ethanediyltitanium s-trans-q--1,4-diphenyl-1 ,3- 
butadiene; (tert-butylamido)(tetrahydroindenyl)-1 ,2-ethanediyltitanium s-trans-q 4 -1.4- 

5 dibenzy!-1,3-butadiene; (tert-butyiamido)(n 5 -fluorenyl)-1,2-ethanediyltitanium s-trans-q 4 -2,4- 
hexadiene; (tert-butylamido)(ri5-indeny!)-1 r 2-€thanediy)titanium s-trans-q 4 -3-methyl-1 ,3- 
pentadiene; (tert-butylamido)(n 5 -indenyl)-l,2-ethanediyltitanium s-trans-q 4 -1 f 3-pentadiene; 
(t-butylamido)(tetramethyl-n5<yclopentadieny!)dimethylsilanetitanium s-trans-q 4 -1,4- 
bis(trimel±iylsi!ylH,3-butadiene; 

10 (methylamido)(n5-tetrahydro^ 

diphenyl-1,3-butadiene; (methylamido)(n5.indenyl)-1,2-ethanediyltitanium s-trans-n 4 -1,4- 
dibenzyl-1,3-butadiene; (methyiamido)(ri5-indenyl)-l,2-ethanediy!titanium s-trans-q 4 -2,4~ 
hexadiene; (methylamido)(n5.fj U orenyl)-l f 2-ethanediyItitanium s-trans-q 4 -3-methyl-1 ,3- 
pentadiene; (methyiamido)(q5-fluorenyl)-1 ,2-ethanediyititanium s-trans-q 4 -1 ,3-pentadiene; 

15 (methyiamidoJtqS-tetrahydroindenyO-l^-ethanediyltitanium s-trans-q 4 -1,4-bis(trimethylsi!yl)- 
1,3-butadiene; 

(phenylamido)(q5-ortahydrofluorenyl)-1 ,2-ethanediyltitanium s-trans-q 4 -1 ,4- 
diphenyi- 1,3-butadiene; (phenylamido)(q5-indenyl)-1 P 2-ethanediyltitanium s-trans-q 4 -1,4- 
dibenzyt-1 ,3-butadiene; (phenylamido)(q5-f luorenyl)-1 ,2-ethanediyttitanium s-trans-q 4 -2,4- 

20 hexadiene; (phenyiamido)(q5-tetrahydroindenyl)-1 ,2-ethanediyltitanium s-trans-q 4 -3-methyl- 
1 r 3-pentadiene; (phenylamido)(q5-tetrahydroindenyl)-1,2-ethanediyititanium s-trans-q 4 -1,3- 
pentadiene; (phenylamido)(q5-octahydrofiuorenyl)-1,2-ethanediyltitanium s-trans-q 4 -1,4- 
bis(trimethylsiiyl)-1,3-butadiene; 

(t-butylamido)(t-buty!-q5-cydopentadieny!)-1,2.ethanediyltitanium 5-trans-q 4 - 

25 1,4-dibenzyl- 1,3-butadiene; (t-butylamido)(q5-indenyl)-1,2-ethanediyititanium s-trans-q 4 -2,4- 
hexadiene; (t-butylamido)(q5-fluorenyt)-1 ,2-ethanediyltitanium s-trans-q 4 -3-methyl-1 ,3- 
pentadiene; (t-butylamido)(q5.fluorenyl)-l f 2-ethanediyltitanium s-trans-q 4 -1,3-pentadiene; (t- 
butylamidoXqS-fluorenyi)- 1 ,2-ethanediyltitanium s-trans-q 4 -1 ,4-bis(trimethyi$ilyl)-1 ,3- 
butadiene; 

30 (ben2ylamido)(q5-ortahydrofluorenyl)-1,2-ethanediyltitaniums-trans-q 4 -1,4- 
dipheny I- 1,3-butadiene; (ben2ylamido)(q5-indenyl)-1,2-ethanediyltitanium s-trans-q 4 - 1,4- 
dibenzyl- 1,3-butadiene; (ben2y»amido)(q5-tetrahydroindenyl)-1 f 2-ethanediyltitanium s-trans- 
q 4 -2,4-hexadiene; (benzylamido)(t-butyl-q5-cydopentadienylH ,2-ethanediyltitanium s-trans- 
q 4 -3-methyl-1,3-pentadiene; (benzyiamido)(t-butyl-q5-cyclopent?dienyl)-1,2-ethanediyl- 

35 titanium s-trans-q 4 -1,3-pentadiene; (benzyiamido)(q5-oaahydrofiuorenyl)-1,2-ethanediyl- 
titaniums-trans-q 4 -1,4-bis(trimethylsilyl)-l ,3-butadiene; 

(pheny!phosphido)(q5-tetrahydroindenyl)-1 ,2-ethanediyltitanium s-trans-q 4 -1 ,4- 
diphenyl-!.3-butadiene; (phenylphosphido)(q5-indenyi)-1,2-ethanediyltitanium s-tran$-q 4 -3- 
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methyl- 1 ,3-pentadiene; (phenyl phosphido)(n 5 -indenyl)- 1 ,2-ethanediyititanium s-trans-q 4 -1 ,3- 
pentadiene; (phenylphosphido)(q 5 -tetrahydroindenyl)-1 r 2-ethanediyititanium s-trans-q fl -1,4- 
bis(trimethylsilyl)-1,3-butadiene; 

(tert-butylamido)(qMluorenyl)dimethylsiianetitanium $-trans-q 4 -1,4-diphenyl- 
5 1 ,3-butadiene; (tert-butyiamido)(n 5 -indenyI)dimethylsiianetitanium s-trans-q 4 -1,4-dibenzyi- 
1 ,3-butadiene; (tert-butylamido)(n 5 -indenyl)dimethyl5ilanetitanium s-trans-q 4 -2,4-hexadiene; 
(tert-butylamido)(n 5 -tetrahydroindenyl)dimethylsilanetitanium s-trans-q 4 -3-methyl-1,3- 
pentadiene; (tert-butylamido)(n 5 -tetrahydroindenyi)dimethylsilanetitanium $-trans-q A -1 ,3- 
pentadiene; (t-butyiamido)(i] 5 -f'uorenyl)-dimethylsiianetitanium s-trans-q 4 -1,4- 

10 bis(trimethylsiiyl)-1,3-butadiene; 

(methylamido)(t-butyl-q5-cyclopentadienyl)dimethylsilanetitaniurn $-trans-q 4 -1,4- 

diphenyl-1,3-butadiene; (methylamido)(n5-indenyl)dimethy!siianetitanium s-trans-q 4 -1,4- 
dibenzyl-1 ,3-butadiene; (methyiamido)(ii5-indenyl)dimethylsilanetitanium s-trans-q 4 -2,4- 
hexadiene; (methytamido)(ri 5 -fluorenyl)dimethyIsilanetitanium s-tran$-q 4 -3-methyl-1,3- 
1 5 pentadiene; (methylamido)(q5.fiuorenyl)dimethyisiianetitanium s-trans-q 4 -1 f 3-pentadiene; 
(methylamido)(t-butyl-q5<yciopentadienyl)dimethyisilanetitanium s-trans-q 4 -1,4- 

bi s(tr i m eth yi si I y I )- 1 , 3- butad i ene ; 

(phenyiamido)(q5. 0 ctahydrofluorenyl)-dimethylsilanetitanium s-trans-q 4 -1,4- 
diphenyl-1 ,3-butadiene; (phenylamido)(t-butyl-n5.cyciopentadienyl)dimethylsiianetitanium s- 
20 trans-q 4 -1,4-dibenzyl-1 ,3-butadiene; (phenylamido)(q5-fj u orenyl)dimethy!silanetitanium s- 
trans-q 4 -2,4-hexadiene; (phenylamido)(q5-indenyI)dimethylsiianetitanium s-tran$-q 4 -3-methyl- 
1 ,3-pentadiene; (phenylamido)(n5-indenyl)dimethylsilanetitaniums-trans-q^1,3-pentadiene; 
(phenyiamido)(q5. 0 aahydrofluorenyl)dimethylsilanetitanium s-trans-q 4 -1,4-bis(trimethylsilyl)- 
1 ,3-butadiene; 

25 (t-butylamido)(n 5 -fluorenyl)di(trimethylsilyl)silanetitanium $-trans-q 4 -1,4- 

diphenyl-1 ,3-butadiene; (tert-butylamido)(n 5 -tetrahydroindenyl)dimethylsiianetitanium $- 
trans-q 4 -l,4-dibenzyl-1,3-butadiene; (tert-butylamido)(q5-fiuorenyl)dimethylsiianetitanium s- 
trans-q 4 -2,4-hexadiene; (t-butylamido)(q5-octahydrofluorenyl)dimethylsilanetitanium s-trans- 
q 4 -3-methyl-1,3-pentadiene; (t-butylamido)(q 5 -ortahydrofluorenyi)dimethylsiianetitanium s- 

30 tran$-q 4 -1,3-pentadiene; (t-butylamido)(q5-octahydrofluorenyl)dimethylsilanetitanium s-trans- 
q 4 -1 / 4-bis(trimethylsily!)-1,3-butadiene; 

(benzylamido)(q5-indenyl)dimethyisilanetitanium s-trans-q 4 -1 ,4-diphenyl-1 ,3- 
butadiene; (benzylamido)(q 5 -fluorenyl)dimethylsilanetitanium s-trans-q 4 -1,4-dibenzyl-1 ,3- 
butadiene; (benzylamido)(q5-indenyl)dimethylsilanetitaniurn s-trans-q 4 -2,4-hexadiene; 

35 (benzylamido)(t-butyl-q5- C yclopentadienyl)dimethylsiIanetitanium s-trans-q 4 -3-methy 1-1,3- 
pentadiene; (benzyiamido)(t-butyl-q5-cydopentadienyl)dimethy!silanetitanium s-trans-q 4 -1,3- 
pentadiene; (benzylamido)(q5-indenyl)dimethylsilanetitanium s-trans-q 4 -1,4- 
bis(tnmethylsiiyl)-1.3-butadiene; 

-14- 



BNSDOCID: <WO 9500526A1_I_> 



WO 95/00526 



PCT/US94/06834 



(phenylphosphido)(ri5.indenyl)dimethylsilanetitanium s-trans-n 4 -1,4-dipnenyl- 

1.3- butadiene; (phenylphosphido)-(n5-oaahydrofluorenyl)dimethylsilanetitanium s-trans-q 4 - 

1.4- dibenzyl-1,3-butadiene; (phenylphosphido)(n 5 -indenyl)dimethylsilanetiTanium s-trans-n 4 - 
2,4-hexadiene; and (phenylphosphido)(n 5 -oaahydrofluorenyl)dimethy!silanetitanium s-trans- 

5 n.4-3-methyl-1,3-pentadiene. 

The skilled artisan willrecognize that additional members of the foregoing list 
will include the corresponding zirconium containing derivatives as well as s-cis isomeric forms 
of the diene ligand wherein said diene forms a n-complex as defined herein with the metal, as 
well as complexes that are variously substituted as herein defined 

jq In general, the complexes can be prepared by combining a diene compound 

corresponding to the group X in the resulting complex with a metal complex containing one or 
two leaving groups, X*, respectively (and otherwise containing the desired structure of the 
resulting complexes) in a suitable noninterfering, solvent at a temperature from - 1 00°C to 
300°C, preferably from -78 to 1 50°C, most preferably from 0 to 1 25°C, contacting the mixture 

!5 with a reducing agent under reducing conditions, and recovering the complex. Alternatively, 
the diene and reducing agent may first be contacted and the resulting mixture thereafter 
contacted with the metal complex under reducing conditions. By the term "reducing agent" 
herein is meant a metal or compound (or the product resulting from mixing a diene with such 
metal or compound) which, when combined with the complex causes M* or M** to be reduced 

20 "from the + 3 or +4 formal oxidation state to the + 2 formal oxidation state. Examples of 
suitable metal reducing agents are alkali metals, alkaline earth metals, aluminum and zinc, 
alloys of alkali metals or alkaline earth metals such as sodium/mercury amalgam and 
sodium/potassium alloy. Examples of suitable reducing agent compounds are sodium 
naphthalenide, potassium graphite, lithium alkyls, and Grignard reagents. Most preferred 

25 reducing agents are the alkali metals, alkaline earth metals, and C r C6 lithium alkyis, especially 
magnesium or lithium metals and n-buty! lithium. 

Suitable reaction media for the formation of the complexes are aliphatic and 
aromatic hydrocarbons and halohydrocarbons, ethers, and cyclic ethers. Examples include 
straight and branched-chain hydrocarbons such as isobutane, butane, pentane, hexane, 

30 heptane, octane, and mixtures thereof; cyclic and alicyclic hydrocarbons such as cyclohexane, 
cycloheptane, methylcyclohexane, methylcycloheptane, and mixtures thereof; chlorinated-, 
f luorinated- or chlorofluoronated- hydrocarbons such as chlorobenzene, di.chlorobenzene, and 
perfluorinated C alkanes; aromatic and hydrocarbyl-substituted aromatic compounds such 
as benzene, toluene, xylene, and styrene, alkyl ethers having from 1 to 4 carbons in each alkyl 

35 group; Ci_4 dialkyl ether derivatives of (poly)alkylene glycols, and tetrahydrofuran. Mixtures of 
the foregoing are also suitable. Preferred solvents include C 5 . 10 alkanes and mixtures thereof. 

The recovery procedure usually involves separation of the resulting alkali metal or 
alkaline earth metal salt and devolatilization of the reaction medium. Extraction into a 
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secondary solvent may be employed if desired. Alternatively, if the desired product is an 
insoluble precipitate, filtration or other separation technique may be employed. 

As previously described, the reaction may also begin with M**(X*/4 or M*<X*)3 (or 
solvated adducts thereof) which are contacted with a reducing agent under reducing 

5 conditions. The resulting reduced dihalide species, MX* 2 , or a solvated adduct thereof, is 

thereafter contacted with a diene compound, X, and a source of the dianion ligand: (I-lV 2 , to 
form the desired metal complex which may be recovered. Examples of solvated adducts include 
pyridine, diethylether, tetrahydrofuran (THF), 1,2-dimethoxyethane (DME), or tetramethyl- 
ethylenediamine(TMEDA) containing adducts. A preferred source of the dianion ligand is the 

10 Grignard complex: [MgCI]2(Z-L), which also may be in the form of an adduct, such as: 
[MgCI] 2 (Z-L)(T) t , wherein T is a coordinating ligand group such as DME or THF, and t is a 
number from 0 to 5. In such a process the preferred solvent is 1 f 2-dimethoxyethane, diethyl 
ether or tetrahydrofuran. 

Highly preferred diene compounds are 1,4-diphenyl-1,3-butadiene; 1,3- 

15 pentadiene; 1,4-dibenzyl-1,3-butadiene; 2,4-hexadiene; 3-methyl-1,3-pentadiene; 1,4-ditolyl- 
1,3-butadiene; and 1,4-bis(trimethylsilyl)-1,3-butadiene. Ail positional and geometric isomers 
of the foregoing diene reactants may be utilized. 

The conjugated diene n-complexes according to the present invention are 
surprisingly stable and readily synthesized in high yields, contrary to expectation based on the 

20 synthesis of Cp22r diene complexes reported in the literature. In the latter systems, generally 
only synthesis and isolation at low temperatures results in the generation of n-bound diene 
complexes in relatively pure form. 

The complexes are rendered catalytically active by combination with an activating 
cocatalyst or by use of an activating technique. Suitable activating cocataiysts for use herein 

25 include polymeric or oligomeric alumoxanes, especially methylalumoxane, triisobutyl 

aluminum modified methylalumoxane, or diisobutyialumoxane; strong Lewis acids, such as, 
Ci-30 hydrocarbyl substituted Group 13 compounds, especially tri(hydrocarbyl)aluminum- or 
tri(hydrocarbyl)boron compounds and halogenated derivatives thereof, having from 1 to 10 
carbons in each hydrocarbyl or halogenated hydrocarbyl group, more especially perf luorinated 

30 tri(aryl)boron compounds, and most especially tris(pentafluorophenyl)borane; nonpoiymeric, 
inert, compatible, noncoordinating, ion forming compounds (including the use of such 
compounds under oxidizing conditions); bulk electrolysis (explained in more detail 
hereinafter); and combinations of the foregoing activating cocataiysts and techniques. The 
foregoing activating cocataiysts and activating techniques have been previously taught with 

35 respect to different metal complexes in the following references: EP-A-277,003, US-A- 
5,153.157, US-A-5,064,802, EP-A-468,651 (equivalent to U. S. Serial No. 07/547,718), EP-A- 
520,732 (equivalent to U.S. Serial No. 07/876,268), and EP-A-520,732 (equivalent to U. S. Serial 
Nos. 07/884,966 filed May 1 , 1 992). 
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Combinations of strong Lewis acids, especially the combination of a trialkyl 
aluminum compound having from 1 to 4 carbons in each alkyl group and a halogenated 
tri(hydrocarbyl)boron compound having from 1 to 10 carbons in each hydrocarbyl group, 
especially tris(pentafluorophenyl)borane, further combinations of such strong Lewis acid 
5 mixtures with a polymeric or oligomeric alumoxane, and combinations of a single strong Lewis 
acid, especially tris(pentafluorophenyl)borane with a polymeric or oligomeric alumoxane are 
especially desirable activating cocatalysts. 

The technique of bulk electrolysis involves the electrochemical oxidation of the 
metal complex under electrolysis conditions in the presence of a supporting electrolyte 
, o comprising a noncoordinating, inert anion. In the technique, solvents, supoorting electrolytes 
and electrolytic potentials for the electrolysis are used such that electrolys.s byproducts that 
would render the metal complex catalytically inactive are not substantially formed during the 
reaction. More particularly, suitable solvents are materials that are: liquids under the 
conditions of the electrolysis (generally temperatures from 0 to 1 00"C), capable of dissolving 
, 5 the supporting electrolyte, and inert. "Inert solvents" are those that are not reduced or 

oxidized under the reaction conditions employed for the electrolysis. It is generally possible in 
view of the desired electrolysis reaction to choose a solvent and a supporting electrolyte that 
are unaffected by the electrical potential used for the desired electrolysis. Preferred solvents 
include difluorobenzene (all isomers), DME, and mixtures thereof. 
2Q The electrolysis may be conducted in a standard electrolytic cell containing an 

anode and cathode (also referred to as the working electrode and counter electrode 
respectively). Suitably materials of construction for the cell are glass, plastic, ceramic and glass 
coated metal. The electrodes are prepared from inert conductive materials, by which are 
meant conductive materials that are unaffected by the reaction mixture or reaction conditions. 
25 Platinum or palladium are preferred inert conductive materials. Normally an ion permeable 
membrane such as a fine glass frit separates the cell into separate compartments, the working 
electrode compartment and counter electrode compartment. The working electrode is 
immersed in a reaction medium comprising the metal complex to be activated, solvent, 
supporting electrolyte, and any other materials desired for moderating the electrolysis or 
30 stabilizing the resulting complex. The counter electrode is immersed in a mixture of the solvent 
and supporting electrolyte. The desired voltage may be determined by theoretical calculations 
or experimentally by sweeping the cell using a reference electrode such as a silver electrode 
immersed in the cell electrolyte. The background cell current, the current draw in the absence 
of the desired electrolysis, is also determined. The electrolysis is completed when the current 
35 drops from the desired level to the background level. In this manner, complete conversion of 
the initial metal complex can be easily detected. 

Suitable supporting electrolytes are salts comprising a cation and an inert, 
compat.ble, noncoordinating anion. A" . Preferred supporting electrolytes are salts 
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corresponding to the formula G + A-; wherein: 

G + is a cation which is nonreacti ve towards the starting and resulting complex, 

and 

A* is a noncoordinating, compatible anion. 

5 Examples of cations, G * , include tetrahydrocarbyl substituted ammonium or 

phosphonium cations having up to 40 nonhydrogen atoms. A preferred cation is the tetra-n- 
butylammonium cation. 

During activation of the complexes of the present invention by bulk electrolysis 
the cation of the supporting electrolyte passes to the counter electrode and A- migrates to the 

10 working electrode to become the anion of the resulting oxidized product Either the solvent or 
the cation of the supporting electrolyte is reduced at the counter electrode in equal molar 
quantity with the amount of oxidized metal complex formed at the working electrode. 
Preferred supporting electrolytes are tetrahydrocarbylammonium salts of tetrakis(perfluoro- 
aryl) borates having from 1 to 10 carbons in each hydrocarbyl group, especially tetra-n- 

15 butylammonium tetrakis(pentafluorophenyl) borate. 

Suitable ion forming compounds useful as a cocatalyst in one embodiment of the 
present invention comprise a cation which is a Bronsted acid capable of donating a proton, and 
an inert, compatible, noncoordinating, anion, A*. Preferred anions are those containing a 
single coordination complex comprising a charge-bearing metal or metalloid core which anion 

20 ^ capable of balancing the charge of the active catalyst species (the metal cation) which is 

formed when the two components are combined. Also, said anion should be sufficiently labile 
* to be displaced by olefinic, diolefinic and acetylenically unsaturated compounds or other 
neutral Lewis bases such as ethers or nitriles. Suitable metals include, but are not limited to, 
aluminum, gold and platinum. Suitable metalloids include, but are not limited to, boron, 

25 phosphorus, and silicon. Compounds containing anions which comprise coordination 

complexes containing a single metal or metalloid atom are, of course, well known and many, 
particularly such compounds containing a single boron atom in the anion portion, are available 
commercially. 

Preferably such cocatalysts may be represented by the following general formula: 

30 

<L*-H) d (A*) 

wherein: 

L* is a neutral Lewis base; 
(L*-H) + is a Bronsted acid; 
35 A<* is a noncoordinating, compatible anion having a charge of d-, and 

d is an integer from 1 to 3. 

More preferably A d * corresponds to the formula: [M' < + Q n ] a wherein: 
k is an integer from 1 to 3; 
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n is an integer from 2 to 6; 
n-k = d; 

M' is an element selected from Group 13 of the Periodic Table of the Elements; 

and 

5 Q independently each occurrence is selected from hydride, dialkylamido. halide, 

alkoxide, aryloxide, hydrocarbyl, and halosubstituted-hydrocarbyl radicals, said Q having up to 
20 carbons with the proviso that in not more than one occurrence is Q halide. 

In a more preferred embodiment, d is one, ie. the counter ion has a single 
negative charge and corresponds to the formula A-. Activating cocatalysts comprising boron 

10 which are particularly useful in the preparation of catalysts of this invention may be 
represented by the following general formula: 
IL*-H]'[BQJ- 
wherein: 

L* is as previously defined; 
1 5 B is boron in a valence state of 3; and 

Q is a fluorinated C1.20 hydrocarbyl group. 

Most preferably, Q is each occurrence a fluorinated aryl group, especially, a 

pentafluorophenyl group. 

Illustrative, but not limiting, examples of boron compounds which may be used as 
20 an activating cocatalyst in the preparation of the improved catalysts of this invention are tri- 

substituted ammonium salts such as: trimethylammonium tetraphenylborate, 

triethylammonium tetraphenylborate, 

tri propyl am m oni um tetraphenylborate , 

tri(n-butyl)ammonium tetraphenylborate, 
25 tri(t-butyl)ammonium tetraphenylborate, 

N.N-dimethylanilinium tetraphenylborate, 

N,N-diethylanilinium tetraphenylborate, 

N,N-dimethyl-(2,4,6-trimethylanilinium)tetraphenylborate, trimethylammonium 
tetrakis(pentaf luorophenyl) borate, triethylammonium tetrakis(pentaf luorophenyl) borate. 
30 tripropylammoni um tetrakis(pentaf luorophenyl) borate, 

tri(n-butyl)ammonium tetrakis(pentafluorophenyl) borate. tri(sec-butyl)ammonium 
tetrakis(pentafluorophenyl) borate, 
N,N-dimethylanilinium tetrakis(pentaf luorophenyl) borate, 
N,N-diethylaniliniumtetrakis(pentafluorophenyl) borate, N,N-dimethyl-(2,4,6-tri- 

35 methylanilinium) tetrakis(pentafluorophenyl) borate, 

trimethylammonium tetrakis-(2,3.4.6-tetrafluorophenylborate. 
triethylammonium tetrakis-(2,3,4,6-tetrafluorophenyl) borate, 
tripropylammoni um tetrakis-(2,3,4,6-tetrafluorophenyl) borate, 
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tri(n-butyl)ammonium tetrakis-(2, 3,4,6- tetrafiuorophenyl) borate, 
dimethyl(t-butyl)ammoniumtetrakis-(2 r 3,4,6-tetrafluorophenyl) borate, 
N,N-dimethylaniliniurn tetrakis-(2,3,4,6-tetrafluorophenyl) borate, 
N,N-diethylaniiinium tetrakis-(2,3,4,6-tetrafluorophenyi) borate, and 
5 N,N-dimethyl-(2,4 ( 6-tnmetbylanilin^ borate; 
dialkyl ammonium salts such as: 

di-(i-propyl)ammonium tetrakis(pentafluorophenyl) borate, and 
dicyclohexylammonium tetrakis(pentaf luorophenyl) borate; 
and tri-substituted phosphonium salts such as: 
triphenylphosphonium tetrakis(pentafluorophenyl) borate, 
tri(o-toly1)phosphonium tetrakis(pentaf luorophenyl) borate, and 
tri(2,6-dimethylphenyl)phosphoniumtetrakis(pentaf luorophenyl) borate. 

Preferred [L*-H] + cations are N,N-dimethylanilinium and tributylammonium. 

Another suitable ion forming, activating cocatalyst comprises a salt of a cationic 
15 oxidizing agent and a noncoordinating, compatible anion represented by the formula: 

(Oxe+) d (Ad-) € 

wherein: 

Ox«+ is a cationic oxidizing agent having a charge of e + ; 
20 e is an integer from 1 to 3; and 

Ad-, and d are as previously defined. 

Examples of cationic oxidizing agents include: ferrocenium, hydrocarbyl- 
substituted ferrocenium, Ag + , or Pb + 2. preferred embodiments of A*- are those anions 
previously defined with respect to the Bronsted acid containing activating cocatalysts, 
25 especial lytetrakis(pentaf I uorophenyl)borate. 

Another suitable ion forming, activating cocatalyst comprises a compound which 
is a salt of a carbenium ion and a noncoordinating, compatible anion represented by the 
formula: 

© + A- 

30 

wherein: 

e+ isaC<|.20 carbenium ion; and 

A- is as previously defined. A preferred carbenium ion is the trityl cation, i.e. 

triphenylcarbenium. 

The foregoing activating technique and ion forming cocatalysts are also 
preferably used in combination with a tri(hydrocarbyl)a!uminum compound having from 1 to 4 
carbons in each hydrocarbyl group, an oligomeric or polymeric alumoxane compound, or a 
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mixture of a tri(hydrocarbyl)aluminum compound having from 1 to 4 carbons in each 
hydrocarbyl group and a polymeric or oligomeric alumoxane. 

The molar ratio of catalyst/cocatalyst employed preferably ranges from 1: 10,000 
to 100:1, more preferably from 1:5000 to 10:1, most preferably from 1:10 to 1:1. In a 
5 particularly preferred embodiment of the invention the cocatalyst can be used in combination 
with a tri(hydrocarbyI)alurninum compound having from 1 to 1 0 carbons in each hydrocarbyl 
group or an oligomeric or polymeric alumoxane. Mixtures of activating cocatalysts may also be 
employed. It is possible to employ these aluminum compounds for their beneficial ability to 
scavenge impurities such as oxygen, water, and aldehydes from the polymerization mixture. 
10 Preferred aluminum compounds include trialkyl aluminum compounds having from 2 to 6 
carbons in each alkyl group, especially those wherein the alkyl groups are ethyl, propyl, 
isopropyl, n-butyl, isobutyl, pentyl, neopentyl, or isopentyl, and methylaiumoxane, modified 
methylalumoxane(thatis, methylaiumoxane modified by reaction with tri isobutyl aluminum) 
(MMAO) and diisobutylalumoxane. The molar ratio of aluminum compound to metal complex 
15 is preferably from 1:10,000 to 1000:1 , more preferably from 1:5000 to 100:1, most preferably 
from 1 :100to 100:1. Amost preferred activating cocatalyst comprises both a strong Lewis acid 
and an alumoxane, especially tris(pentafiuorophenyl)borane and methylaiumoxane, modified 
methylaiumoxane, or diisobutylalumoxane. 

The catalysts may be used to polymerize ethylenically and/or acetylenically 
2o unsaturated monomers having from 2 to 100 carbon atoms either alone or in combination. 
Preferred monomers include the C 2 - 2 o a-olef ins especially ethylene, propylene, isobutyiene, 1 - 
butene, 1-hexene.4-methyl-1-pentene,and 1-octene and mixtures thereof. Other preferred 
monomers include styrene, alkyl substituted styrene, tetrafluoroethylene, 
vinylbenzocyclobutane, ethyl idenenorbornene and 1 ,4-hexadiene. 
25 m general, the polymerization may be accomplished at conditions well known in 

the prior art for Ziegler-Natta or Kaminsky-Sinn type polymerization reactions, : e.. 
temperatures from 0-250°C and pressures from atmospheric to 1000 atmospheres (0 1 to 
lOOMPa). Suspension, solution, slurry, gas phase or other process conditions may be employed 
if desired. A support, especially silica, modified silica (silica modif ied by calcining, treatment 
30 with a trialkylaluminum compound having from 1 to 10 carbons in each alkyl group, or 

treatment with an alkylalumoxane), alumina, or a polymer (especially polytetrafluoroethylene 
or a polyolefm) may be employed, and desirably is employed when the catalysts are used in a 
gas phase polymerization process. The support is preferably employed in an amount to provide 
a weight ratio of catalyst (based on metal): support from 1 : 1 00,000 to 1 : 10, more preferably 
35 from 1:50,000 to 1:20, and most preferably from 1 : 10,000 to 1 :30. 

In most polymerization reactions the molar ratio of catalyst: polymerizable 
compounds employed is from 1 0* 12 : 1 to 10°: 1 , more preferably from 10 12 : 1 to 1 0' 5 : 1 . 
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Suitable solvents for polymerization are noncoordinating, inert liquids. Examples 
include straight and branched-chain hydrocarbons such as isobutane, butane, pentane, 
hexane, heptane, octane, and mixtures thereof; cyclic andalicyciic hydrocarbons such as 
cyclohexane, cycioheptane, methyicyclohexane, methylcycloheptane, and mixtures thereof. 
5 perfluorinated hydrocarbons such as p.erf kjorinated C, ... alkanes, and aromatic and alkyl- 
substituted aromatic compounds such as benzene, toluene, and xylene. Suitable solvents also 
include liquid olefins which may act as monomers or comonomers including ethylene, 
propylene, 1-butene, butadiene, cyclopentene, 1-hexene, 3-methyl-1-pentene, 4-rnethyl-1- 
pentene, 1,4-hexadiene, 1-octene, 1-decene, styrene, divinylbenzene, allylbenzene, 
10 vinyltoluene (including at! isomers alone or in admixture), 4-vinylcyciohexene, and 
vinylcyclohexane. Mixtures of the foregoing are also suitable. 

The catalysts may also be utilized in combination with at least one additional 
homogeneous or heterogeneous polymerization catalyst in separate reactors connected in 
series or in parallel to prepare polymer blends having desirable properties. An example of such 
15 a process is disclosed in WO 94/00500, equivalent to U. S. Serial Number 07/904,770. 
One such solution phase polymerization process comprises: 
contacting in a solvent one or more a-olefins with a metal complex according to 
the present invention and one or more cocatalyst activators in one or more continuous stirred 
tank or tubular reactors connected in series or parallel, and 
20 recovering the resulting polymerizate. 

In another such solution phase polymerization process, in one or more of the 
foregoing reactors, one or more a-olefins are also contacted with a catalyst composition 
comprising one or more metal complexes according to the present invention in admixture with 
one or more homogeneous metallocene complexes other than a complex accordi ng to the 
25 present invention, 

said catalyst composition also comprising one or more cocatalyst activators. 

In yet another solution process an ethylene/a-olefin interpolymer composition is 

prepared by: 

(A) contacting ethylene and at least one other a-olefin under solution 

30 polymerization conditions in the presence of a homogeneous catalyst composition comprising 
a metal complex of the present invention with at least one of the aforementioned activating 
cocatalysts in at least one reactor to produce a solution of a first interpolymer, 

(B) contacting ethylene and at least one other a-oief in under solution 
polymerization conditions and at a higher polymerization reaction temperature than used in 

35 step (A) in the presence of a heterogeneous Ziegler catalyst in at least one other reactor to 
produce a solution of a second interpolymer, and 
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(C) combining the solution of the first interpolymer with the solution of the 
second interpolymer to form a solution comprising the ethylene/a-olefin interpolymer 

composition, and 

(D) recovering the ethylene/a-olefin interpolymer composition. 
5 Preferably the heterogeneous Ziegler catalyst comprises: 

(i) a solid support component comprising magnesium halide, silica, 
modified silica, alumina, aluminum phosphate, or a mixture thereof, and 

(ii) a transition metal component represented by the formula: 
TrX' q (OR 1 )v-c, TrX'qRVq, VOX3 or VO(ORi) 3 , wherein: 

<IQ Tr is a Group 4, 5, or 6 metal, 

q is a number from 0 to 6 that is less than or equal to v, 
v is the formal oxidation number of Tr f 
X' is a halogen, 

R1 independently each occurrence is a hydrocarbyl group having from 1 to 20 
1 5 carbon atoms. 

These polymerizations are generally carried out under solution conditions to 
facilitate the intimate mixing of the two polymer-containing streams. The foregoing 
technique allows for the preparation of ethytene/a-olefin interpolymer compositions having a 
broad range of molecular weight distribution and composition distribution. Preferably, the 
20 heterogeneous catalyst is also chosen from those catalysts which are capable of efficiently 
producing the polymers under high temperature, especially, temperatures greater than or 
equal to 180°C under solution process conditions. 

In a still further embodiment, there is provided a process for preparing an 
ethylene/a-olefin interpolymer composition, comprising: 
25 (A) polymerizing ethylene and at least one other a-olefin in a solution process 

under suitable solution polymerization temperatures and pressures in at least one reactor 
containing a catalyst composition comprising the metal complex of the present invention with 
at least one of the aforementioned activating cocatalysts to produce a first interpolymer 
solution, 

30 (B) passing the interpolymer solution of (A) into at least one other reactor 

containing a heterogeneous Ziegler catalyst, in the presence of ethylene and optionally one 
other a-olefin under solution polymerization conditions to form a solution comprising the 
ethylene/a-oiefin interpolymer composition, and 

(Q recovering the ethylene/a-olefin interpolymer cornposition. 

3 5 Preferably the heterogeneous Ziegler catalyst comprises: 

(i) a solid support component comprising a magnesium halide or silica, and 

(ii) a transition metal component represented by the formula: 
TrX^OR ''K-qi TrX' q R\. q , VOX' 3 or VOCOR'h, wherein: 
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Tr, X', q, v, and R 1 are as previously defined. 

The foregoing technique also allows for the preparation of ethylene/a-olefin 
interpolymer compositions having a broad range of molecular weight distributions and 
composition distributions. Particularly desirable a-olefins for use in the foregoing processes are 
5 d.-s a-olefins, most desirably 1-octene. 

Having described the invention the following examples are provided as further 
illustration thereof and are not to be construed as limiting. Unless stated to the contrary all 
parts and percentages are expressed on a weight basis. 
Examples 1-15 
-10 Catalyst Preparations A1-A9 

(A) Preparation of (t-butylamido)(tetramethyl-n5. C yclopenta- 

dienyDdimethylsiianetitanium-q^l^-trans, trans-di phenyl- 1,3-butadiene 
1. Ti(IV)dihalide With Lithium Reductant 

In an inert atmosphere glove box, 2.21 1 g (0.0060 mol) of C 5 Me4SiMe 2 NCMe3TiCl2 
l5 {(t-butylamido)- (tetramethyl-ri5-cyclopentadienyi)dimethylsilanetitanium dichloride) was 
dissolved into 150 mL of diethyl ether. To this solution was added 1.238 g (0.0060 mol) of 1 ,4- 
trans, trans-diphenyl-1,3-butadiene, using 1 5 mL of diethyl ether to wash the solid into the 
flask. This was followed by addition of 0. 126 g (0.01 8mol) of lithium metal using 1 0 mL of 
diethyl ether to wash the metal into the flask. The lithium metal used was a high sodium 
20 content lithium powder (Na content > 0.5 mol percent). The color changed from yellow to 
green within minutes and within 30 minutes changed again to a deep purple color. The total 
reaction time was 3.5 hours. The solvent was removed under reduced pressure, the solid 
residue was extracted with pentane (8 x 60 mL) and filtered The filtrate was combined and the 
pentane removed under reduced pressure. The solid was collected giving 2.050 g (67.8 percent 
25 yield) of (t-butylamidoHtetramethyl-i]5.cyciopentadienyi)dimethyl-siianetitanium s-trans-n/- 
1^trans,trans-diphenyl-13-butadiene (Formula A). 



(A) 



The product's identity was confirmed by 1 H NMR spectral analysis. 
Characterization for (t-butylamidoJ^etramethyl-riS-cyclopentadienyOdimethylsilanetitanium s- 
trans-n 4 -1,4-trans, trans-diphenyl-1,3-butadiene (C 6 D 6 ): 6 7.28-7.17 (m, C 6 H 5 ); 6.94 (m, C 6 H 5 , 
1H); 4.62, 4.06 (multiplets, PhCHCHCHCHPh, 2H each); 1.62, 1.25 (s, C 5 Me 4 , 6H each); 1.35 (s, N- 
tert-Bu, 9H); 0.60 (s, SiMe 2 , 6H). The spectrum is illustrated in Figure 1 . 
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The mass spectrum characterization (negative ion) gave a single oeak at m/z of 
503 corresponding to the molecular ion of (t-butytamido)(tet r amethyl- n 5- C yciopentadieny!)di- 

methylsilanetitanium-q4-l,4-trans,trans-diphenyl-1,3-butadiene. 
2. Ti(IV) Dihalide With Grignard Reductant 
5 In an inert atmosphere glove box, 0:500 g (0.001 4 mol) of C 5 Me,SnV)e 2 NCMe 3 TiCI 2 

((t-butylamido)- (tetramethyl-^-cyclopentadienyDdimethylsilanetitanium dichloride) was 
dissolved into 40 mL of diethyl ether. To this solution was added 0.56 g (0.0027 mol) of 1 ,4- 
trans, trans-diphenyl-1 ,3-butadiene followed by addition of 2 4 mL of a 2.3M diethyl ether 
solution of isopropylmagnesium chloride (0.0055 mol). The color changed from yellow to 
10 orange within minutes and within 30 minutes changed again to a deep purple color. The total 
reaction time was 1 .5 hours. The solvent was removed under reduced pressure, the solid 
residue was extracted with pentane (5 x 1 5 mL) and filtered. The filtrate was combined and the 
pentane removed under reduced pressure. The solid was collected on a frit and washed further 
with cold (-34°C) pentane. Removing the pentane under reduced pressure gave 0.377 grams of 
! 5 a solid. Proton NMR analysis indicated this product was (t-butylamido)(tetramethyl-q5- 
cyclopentadienyl)dimethylsilanetitaniums-trans-ii*-1,4-trans,trans-diphenyl-1,3-butadiene 

containing approximately 25-50 mol percent uncomplexed diene. 

3. Ti(lll) Monohalide With Lithium Reductant 

In an inert atmosphere glove box, 1 .240 g (0.0027 mol) of 

20 {MgCI] 2 [C 5 Me*SiMe 2 NCIvle 3 ](Et0 2 ) x (the diether adduct of the diGrignard of (tetramethyl-iiS- 
cyclopentadienyl)dimethylsilane(t-butylamine), titrated molecular weight 459.5 g/mol) was 
added to a slurry of Tia 3 (THF)3 (1 .000 g, 0.0027 mol) in 50 mL of tetrahydrof uran (THF). An 
additional quantity of THF (10mL) was used to wash the ligand salt into the flask. After 5 
minutes stirring time the diene, 1 ,4-trans. trans-diphenyl-1 ,3-butadiene (0.5567 g 0.0027 mol) 

25 was added followed by addition of (0.020 g, 0.0029 mol) of lithium metal. After 2 hours 
reaction time the THF was removed under reduced pressure, the solid residue was extracted 
with pentane (6 x 15 mL), and filtered. The combined filtrate was dried under reduced pressure 

leaving a sticky purple solid which was identif ied by proton NMR analysis as (t- 
butytamido)(tetramethyl-n5-cyclopentadienyl)dimethylsilanetitaniums-trans- n i-1,4-trans, 

30 trans-diphenyl-1, 3-butadiene. 

4. TiCI 4 With Magnesium Reductant 

in an inert atmosphere glove box, 0.500 g (0.0015 mol) of TiCU(THF) 2 was loaded 
into a 250 mL glass flask and slurried into 80 mL of DME To this was added magnesium powder 
(0.146 g, 6.01 mmol) using 10 mL DME to aid in the transfer of the solid reductant. The reaction 
35 mixture was refluxed. After 1 to 1.5 hours an additional 0.146 g of magnesium was added to 
the reaction. Total reflux time was approximately 3 to 3.5 hr. The reaction mixture was cooled 
and 0.309 g, 1.50 mmol, of 1,4-trans, trans-diphenyl-1, 3-butadiene was added followed by 
addition of the ligand, lMgCI] 2 |C 5 Me45iMe 2 NCMe 3 ](DME) (0.957 g, 1.5 mmol), again using 10 
mL 
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of fresh DME to aid in each of the transfers. After stirring at room temperature for 30 minutes, 
the reaction mixture was filtered and the filtrate was taken to dryness under reduced pressure. 
The product was extracted with hexane (3x50 mL) and then filtered. The combined filtrate was 
taken to dryness under reduced pressure to give the product, (t-butyiamido)(tetramethyl-rp. 
5 cyclopentadienyl)dimethyisiianetitanium s-trans-ri 4 -1,4-trans, trans-diphenyl-1, 3-butadiene, as 
a purple solid which was identified by proton NMR analysis. Yield of the product (including 
residual quantities of uncomplexed diene) was 0.479 g (63.5 percent). 

5. TiCl3 With Magnesium Reductant 

A flask was charged with 1.000 g (2.70 mmol) of TiC! 3 (THF) 3 , 200 ml THF and 0.13 
j0 g (5.35 mmol) of magnesium turnings. The reaction mixture was stirred overnight. To the 
resulting black solution was added 0.557 g (2.70 mmol) of 1,4- trans, trans-diphenyl-1 ,3- 
butadiene. Over a period of about 5 minutes, 1 .396 g (2.70 mmol) of 
(Mga)2(C 5 Me4SiMe 2 NCMe3)(Et02)2 was added as a solid. The reaction mixture was stirred 
overnight, then filtered. The solvent was removed under reduced pressure and the residue was 
! 5 extracted with toluene and filtered. The solvent was removed to give a slightly sticky product. 
It was extracted with hexane and then filtered. The filtrate was concentrated until a solid 
began to form. The slurry was chilled overnight in a freezer (-40°C). The purple product was 
collected on a frit, washed with cold hexane and dried under reduced pressure. Additional 
product was isolated from the filtrate in a similar fashion after concentrating it until solid 
20 began to form. Total yield was 0.52 g, 38.2 percent. The product, (t-butylamido)(tetramethyl- 
i]5-cydopentadienyl)dimethylsilanetitanium s-trans-q 4 -1,4-trans, trans-diphenyl-1 , 3-butadiene, 
was identified by proton NMR analysis. 

6. Ti(IV) Dihalide With Organolithium Reductant 

In an inert atmosphere glove box, 0.400 g (0.002 mol) of 1 ,4-trans, trans-di phenyl- 
25 1,3-butadiene and 0.750 g (0.002 mol) of C 5 Me4SiMe 2 NCMe3TiCl2 ((t-butylamido)-(tetramethyl- 
n5-cyclopentadienyl)-dimethylsilanetitanium dichloride) were dissolved/ suspended in 1 00 mL 
of anhydrous hexane. To this was added 0.004 mol n-butyllithium (2. VmLx 1.89 M in hexane 
by titration, available from Aldrich Chemical Co.). The color immediately darkened. The 
mixture was heated to reflux with stirring. After one hour the mixture was filtered through a 
30 medium porosity fritted funnel using Celite^ diatomaceous earth filter aid, and the remaining 
solids were washed with approximately 30 mL of additional hexane. The deeply colored 
solutions were combined and the hexane evaporated under reduced pressure to leave a deep 
purple solid (0.81 g). Proton NMR analysis indicated this product was highly pure (t- 
butylamido)(tetramethyl-ri5-cyclopen^ 
35 trans-diphenyl-diphenyl- 1 ,3-butadiene. 

7. Ti(IV) Dihalide with KC 8 asthe reductant 

In an inert atmosphere glove box, 1 00 mg (0.272 mmol) of <C 5 Me4SiMe 2 NtBu)TiCl2 
and 56 mg (0.27 mmol) of 1 ,4-trans, trans-diphenyl-1, 3-butadiene was dissolved in 30 mL of 
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diethyl ether. To this solution was added 0.1 g (0.7 mmol) of KC 8 (potassium graphite). The 
mixture darkened gradually. After stirring overnight, the mixture was filtered. The purple 
filtrate was concentrated under reduced pressure to give a solid residue. The residue was 
extracted with hexanes. The hexanes extract was f i Itered and the solvent was removed from 
5 the filtrate under reduced pressure to give a solid residue. The product, (C 5 Me*SiMe 2 NtBu)Ti(s- 
trans-nM ,4-trans, trans-diphenyl-1 ,3-butadiene) was identified by its m NMR spectrum. The 
NMR analysis showed that the product contained about 55 mole percent uncomplexed diene. 
8. Ti(IV) Dihalide with Magnesium Reductant 

In an inert atmosphere glove box 0.200 g (0.543 mmol) of (C 5 Me4SiMe 2 NtBu)TiCl 2 
10 was dissolved into 20 mL of THF. To this solution was added 0. 1 12 g (0.543 mmol) of 1.4-trans, 
trans-diphenyl-1, 3-butadiene and 26 mg (1.1 mmol) Mg metal. Each addition was aided by 
using 1 0 mL fresh THF to wash the reagents into the flask. The reaction mixture was stirred 
overnight at room temperature, after which time the color of the solution was reddish purple. 
The THF was removed under reduced pressure and the product was extracted with pentane 
15 until the filtrate was colorless. Thefiitratewastakentodrynessgivingtheprodurtasa slightly 
sticky purple solid. The product. (C 5 Me 4 SiMe 2 NtBu)Ti(s-trans-n. a -1 ,4-trans, trans-diphenyl-1 ,3- 
butadiene), was identified by its 1 H NMR spectrum. 

9. Ti(IV) Dihalide with t-Butyl Lithium Reductant 
In the drybox, 0.28 g of trans, trans- 1 ,4-dipheny!-1 ,3-butadiene was 
20 dissolved/suspended in 20mLof anhydrous pentane. To this was added 1.68 mL of tBu Li (about 
1.7 M) in pentane. The mixture turned yellow/orange and became cloudy immediately. After 
30 minutes of stirring, 0.50 g of KMe4C 5 )SiMe 2 NtBu]TiCI 2 was added using about 10 mL of 
pentane to wash the solid into the flask. The color immediately turned deep red/purple. The 
mixture was stirred for one hour, then filtered through a medium porosity fritted funnel. The 
25 volatile materials were evaporated under reduced pressure to leave a deep purple oily 

material. 'H NMR analysis of this material indicated that it contained the desired product. The 
material was purified by washing with a minimal amount of hexane, yielding a purple powder. 
The iH NMRspectrum of this powder was consistent with that of [(Me fl C s )SiMe 2 NtBu]Ti(s-trans- 

n. 4 - 1 ,4-trans- trans-diphenyl- 1 ,3-butad iene). 

30 B) Preparation of Active Catalyst B1-B2 

1 . In an inert atmosphere glove box, 0.050 g (0.099 mol) of (t- 
butylamido)(tetramethyl-n 5 -cyclopentadienyl)dimethylsilanetitanium s-trans-nM ,4-trans, 
trans-diphenyl-1 ,3-butadiene was dissolved in 20 mL of toluene followed by addition of 0.0795 
g (0.099 mmol) of dimethylanilinium tetrakis(pentafluorophenyl) borate using 10 mLof 

35 toluene to wash the solids into the reaction flask. Within 10 to 1 5 minutes the color had turned 
to orange color. After one hour the solvent was removed under reduced pressure. The product 
was washed with pentane (3 x 1 0 mL with drying between each wash). The product was a dark 
yellow solid. 
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2. A standard H-cell for electrolysis comprising two electrode wells separated 
by a fine glass frit, platinum mesh working and counter electrodes, and a silver reference 
electrode was placed inside an inert atmosphere glove box filled with argon. Each half of the 
cell was filled with 1 ,2-difiuorobenzene solvent (5 ml in the working compartment, 4 ml in the 
5 counter compartment) and tetra-n-butylammonium tetrakis(pentafluorophenyl) borate 
supporting electrolyte (8 mmole). The complex, (t«butylamido)(tetramethyl-n 5 - 
cyclopentadienyDdimethylsilanetitanium s-trans-nM ,4-diphenyl-1 ,3-butadiene (0.024 g) was 
placed in the working compartment. A sweep of the working electrode potential was used to 
determine the voltage to be applied during electrolysis. The solution was stirred and the 
10 potential was stepped to the first oxidation wave of the complex and adjusted to obtain a 1.5 
mA current. The applied potential was turned off when the current dropped to 30 percent of 
its original value having passed a total of 3.3 coulombs. This represents a conversion of 72 
percent. The working compartment solution was then pipetted into a round bottom flask and 
the solvent was removed under vacuum. The resulting solid product was extracted with 
15 toluene (2.0 mL) and used directly in the polymerization reaction. 
C) Polymerization Examples 1-15 

A 2 L stirred reactor was charged with the desired amounts of mixed alkane 
solvent (lsopar m E, available from Exxon Chemicals Inc.) and 1-octene comonomer. 
Trialkylaluminum additive, if used, was also added at this time. Hydrogen was added as a 
20 molecular weight control agent by differential pressure expansion from an approximately 75 
mL addition tank at 2070 kPa. The reactor was heated to the polymerization temperature and 
saturated with ethylene at 3450 Kpa. Catalyst/cocatalyst solutions were prepared in a drybox 
by syringing the desired amount of 0.0050 M metal complex solution (in toluene) into a 
solution of the cocatalyst in toluene in the desired molar ratio. This solution was then 
25 transferred to a catalyst addition tank and injected into the reactor. The polymerization was 
allowed to proceed for the desired time with ethylene on demand. Where indicated multiple 
additions of catalyst/cocatalyst mixture were added during the course of the polymerization. 
After 15 minutes run time, the solution was removed from the reactor and quenched with 
isopropanol. A hindered phenol anti-oxidant (lrganox~ 1010, available from Ciba Geigy Corp.) 
30 was added to the polymer solution. The. polymers were dried in a vacuum oven set at 120°C for 
about 20 hours. Results are contained in Table I. 



35 
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Example 16 

Preparation of (t-butylamido)(tetramethyi-q5-cyclopenta- 
dienyOdimethylsilanetitanium q4-3-methyl-1,3-pentadiene 

In an inert atmosphere glove box, 0.500 g (0.0015 mol) of TiCI 4 (THF) 2 was loaded 

5 into a 1 00 mL glass flask and slurried into 40 mL of dimethoxyethane (DME). To this was added 
magnesium powder (0.146 g, 6.01 mmol) using 10 mL DME to aid in the transfer of the solid 
reductant. The reaction mixture was refluxed for approximately 3 to 3.5 hours. The reaction 
mixture was cooled and 1 .68 mL (14.9 mmol) of 3-methyl-1,3-pentadiene was added followed 
by addition of the ligand, lMgCI]2[C 5 Me4SiMe2NCMe3](DME) (0.957 g, 1.5 mmol), again using 

10 10 mL of fresh DME to aid in the transfer. After stirring at room temperature for 30 minutes, 
the reaction mixture was filtered and the filtrate was taken to dryness under reduced pressure. 
The product was extracted with hexane (3x30 mL) and then filtered. The combined filtrate was 
taken to dryness under reduced pressure to give the product, (t-butylamido)(tetramethyl-q5- 
cyclopentadienyl)dimethylsilanetitanium q4-3-methyl-l,3-pentadiene, as a dark reddish oil. 

15 Yield of the product was 0.410 g (72 percent). Proton NMR characterization (C 6 D 6 , RT): 6 3.71 
(pseudo t, CHHCHCMeCHMe, 1 H, J = II Hz); 2.84 (overlapping dd, CHHCHCMeCHMe, 1 H, J = 7.4, 
8.8 Hz); 2.18, 2.07 (s,C 5 Me 4 ,3H each); 1.9 (q, CHHCHCMeCHMe, 1H, J = 5.5 Hz); 1.81 (d, 
CHHCHCMeCHMe, 3H, J = 5.4 Hz); 1.78 (m f CHHCHCMeCHMe, IH); 1.60 (s, CHHCHCMeCHMe, 
3H); 1.27, 1.24 (s, C 5 Me 4 . 3H each); 1.18 (s, t-Bu, 9H); 0.76, 0.75 <s, S»Me 2 , 6H). 

20 Example 17 

Synthesis of (C 5 Me4SiMe2NtBu)Ti(r] 4 -1,3-pentadiene) 

In an inert atmosphere glove box 0.500 g (1 .36 mmol) of (C 5 Me4SiMe 2 NtBu)TiCI 2 
was dissolved into approximately 50 mL of dry, degassed hexane. To this yellow solution was 
added 2.70 mL of tech. grade piperylene (27. 1 mmol) followed by 1 .09 mL of "BuLi (2.72 mmol , 

25 2.5 M in mixed hexanes). Addition of the latter resulted in an immediate color change to a dark 
reddish color. The reaction mixture was refluxed for 45 to 60 minutes after which time the 
reaction mixture was cooled to room temperature. The hexane solution was filtered through 
Celite'" brand filtering aid, using 10 mL of additional hexane to wash the insolubles. The 
combined hexane filtrate was taken to dryness under reduced pressure giving the product, 

30 (C 5 Me 4 SiMe2NtBu)-Ti(ri«Tl ,3-pentadiene), as a very dark reddish purple solid in 96.5 percent 
yield (0.497 g). NMR characterization: IH NMR (CeD 6 , ppm, approximate coupling constants 
were determined with the aid of simulation): 8 4.01 (overlapping dd, CHH = CH-CH = CHCH 3 , 
1H,J HH - 9.5, 7.3 Hz); 3.84 (overlapping ddd, CHH = CH-CH = CHCH 3 , 1H, J HH ' 13.3, 9.5, 9 Hz); 
2.97 (overlapping dd, CHH = CH-CH = CHCH 3 , 1 H, J HH = 9, 8 Hz); 2.13 (s, C 5 Me A , 3H); 2. 1 

35 (multiplet, partly overlapped by two singlets, CHH = CH-CH = CHCH 3 , 1 H, J H h = 8, 5.5 Hz); 2.05 
(s, C 5 Me 4 , 3H); 1 .88 (d, CHH = CH-CH = CHCH 3 , 3H f J H h = 5.5); 1 .75 (dd, CHH = CH-CH = CHCH 3 , 
1 H, J HH = 1 3.3, 7.3 Hz) ; 1 .23, 1 .2 1 (s each, C 5 Me 4 , 3H each); 1 . 1 6 (s, tBu, 9H); 0.76, 0.73 (s each, 
5iMe 2 , 3H each). The spectrum is illustrated in Figure 2. 
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Example 18 

Synthesis of (C 5 Me4SiMe 2 WBu)Ti(s-cis-n a -2,A-hexadiene) 

In an inert atmosphere glove box 0.500 g (1.36 mmol) of (C 5 Me a SiMe 2 NtBu)TiCI 2 

was dissolved into approximately 50 mLof dry. degassed hexane. To this yellow solution was 
5 added 1.55 mLof 2,4-hexadiene (mixture of isomers, 13.5 mmol) followed by 1.09 mLof n- 
butyllithium (2.72 mmol, 2.5 M in hexanes). Addition of the latter resulted in an immediate 
color change to a dark reddish color. The reaction mixture was refluxed for 45 to 60 minutes 
after which time the reaction mixture was cooled to room temperature. The hexane solution 
wasfiltered through Celite~, using 10 mLof additional hexane to wash the insolubles. The 
, 0 combined hexane filtrate was taken to dryness under reduced pressure giving the crude 

product, (C 5 Me a SiMe 2 NtBu)Ti(s-cis-ri 4 -2,4-hexadiene), as a very dark reddish purple solid in 97.4 
percent yield ( 0.502 g). Further purification was accomplished by recrystallization from cold <- 
30°F, -35°C) hexane which gave the product as dark plates. NMR Characterization. ' H NMR 
(C5D6, ppm, approximate coupling constants for the diene protons were determined by 
15 simulation): S 3.73 (m,CH(CH 3 )CHCHCH(CH 3 ),2H,JHH = 12 and 10.5 Hz); 2.1 (m, partially 
overlapped by a C 5 Me 4 singlet, CH<CH 3 )CHCHCH(CH 3 ), 2H); 2.1 1 (s, C 5 Me 4 . 6H); 1 .89 (d, 
CH(CH 3 )CHCHCH(CH 3 ), 6H, J HH = 5.4 Hz). 1.24 (s. C 5 Me 4 , 6H); 1.13 (s, *Bu, 9H); 0.73 (s, SiMe 2 , 
6H). The spectrum is illustrated in Figure 3. The Ad as determined by X-ray crystallography is - 
0.1 1 A, verifying that the compound is a n-complex. 
20 Example 19 

Synthesis of (C 5 Me a SiMe 2 NPh)Ti(s-trans-nMrans-1 ,3-pentadiene) 

In an inert atmosphere glove box, 250 mg (0.64 mmol) of (C 5 MeaSiMe 2 NPh)TiCI 2 
and 1.3 mL (13 mmol) of technical grade 1,3-pentadiene was dissolved in 30 mL of hexanes. 
0.51 mL of 2.5 M n-BuLi ( 1 .3 mmol) was added to the yellow solution which turned dark 

2 5 immediately. After stirring at room temperature for 1 5 minutes the solution was warmed to 
about 60°C for 45 minutes. A gray precipitate was visible. The mixture was filtered through 
Celite™. The solvent was removed from the filtrate under reduced pressure. The solid residue 
was redissolved in hexanes and heated to reflux for 2.5 hours. The hexanes were removed 
under reduced pressure to give a solid residue. The residue was dissolved in a minimum 

30 quantity of hexanes and the resulting solution was placed in the freezer (-25°C). A dark mass of 
crystals formed from which the solution was decanted. The crystals were redissolved in a 
minimum of hexanes and placed in the freezer. Purple crystals formed and were separated 
from the solution by decanting. After drying under reduced pressure, 60 mg (16 percent yield) 
of purple crystals were isolated. The product was identif ied by proton NMR spectroscopy to be 

35 a 60/40 mixture of isomers (either the s-trans/s-cis isomers or prone/ supine s-cis isomers) of 

(phenyiamido)-(tetramethyl-q5-cyclopentadienyl)dimethylsilanetitanium (n/>-1 ,3-pentadiene). 
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Example 20 

Synthesis of (C 5 Me4SiMe2N(C 6 H 5 )Ti(r l «-1 ,4-trans, trans-diphenyl- 1 ,3-butadiene): 

In an inert atmosphere glove box, 1 00 mg (C.258 mmol) of (CjMenSiMe^NPhJTiC^ 

and 53.1 mg (0.258 mmol) of 1 ,4-trans, trans-diphenyl- 1 ,3-butadiene was dissolved in 30 mL of 
5 hexanes. To this solution was added 0.21 mL of 2.5 M (0.52 mmol) n-butyl lithium. The solution 

turned dark immediately. After stirring at room temperature for 1 5 minutes, the solution was 

heated to reflux for 45 minutes. The mixture was filtered through Cehte™ filter aid to give a 

dark blue filtrate. Volatiles were removed under reduced pressure to give a dark solid residue. 

Proton NMR analysis showed the material to be a 45/55 mixture of isomers (either the s-trans/s- 
10 cis isomers or prone/ supine s-cis isomers) of (phenyiamido)(tetramethy!-ii5<yclopenta- 

dienyOdimethylsilanetitanium (nM ,4-trans, trans-diphenyl- 1,3-butadiene), with 

approximately 40 mole percent free diene. 

Example 21 

Synthesis of [(N-t-Butyl-amino)(dimethyl)(tetrahydro-fluorenyl)silane]Titanium {n>1,4-trans, 

15 trans-diphenyl-1 ,3-butadiene) 

In the drybox in a 1 00 mL flask 1 .0 g (2.4 mmol) of (C^Ht 2 SiMe 2 NtBu)TiC] 2 was 
stirred with 0.495 g (2.4 mmol) of trans, trans- 1 ,4-di phenyl- 1 ,3-butadiene in about 50 mL of 
hexane. Then 1.94 mL (4.8 mmol) of 2.48 M n-BuLi was added by syringe to the stirring solution 
which was refluxed for 1 1/2 hours. The solution was filtered over a fine frit and the residue was 

20 washed with hexane. The hexane was then removed from the filtrate by vacuum distillation 
leaving a dark green solid. After trituration with hexane the solid was dried under vacuum to 
yield 1.12g.(84.8 percent) of (C 1 3H 12 SiMe 2 NtBu)Ti(n^-1 ,4-trans, trans-di phenyl- 1 ,3-butadiene) 
which was identified by its NMR spectrum. 
Example 22 

25 Synthesis of [(N-t-butyl-aminoXdimethyDJI^-dimethyM^^GJ-tetrahydroindenyDsilane] 
titanium (qM,4-trans, trans-diphenyl-1,3-butadiene) 
Step 1: Preparation of 4,5,6,7-tetrahydro-1-methyl-indan-3-one 

Cydohexene (27.3 g, 0.33 mol), crotonic acid (28.7 g, 0.33 mol) and 
polyphosphoric acid (300 mL) were mechanically stirred under a nitrogen atmosphere at 60°C 

30 for 30 minutes. The slurry was poured into water and the aqueous solution extracted with 
diethyl ether. The diethyl ether extract was washed successively with a 10 percent NaHCC>3 
solution and a saturated NaCI solution. The organic extract was dried over anhydrous MgSOA- 
The solution was filtered and the solvent removed under reduced pressure. The crude product 
was purified via vacuum distillation (bp 87-92°C at 5 mm) to give 32.6 g (66 percent) of purified 

35 material. 
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Step 2: Preparation of 7,9 dimethylbicyclo-l4.3.0J-nona-1(6) f 7-diene 

Methyl lithium (96 mL r 1.5M ( 0. 144 mol) was added dropwise to a solution of 
4 f 5,6 # 7-tetrahydro.1-methyl-indan-3-one (17.7 g, 0.1 18 mol) in 50 mL of diethyl ether under an 
argon atmosphere whereupon the reaction mixture was ref luxed for 18 hours. The mixture was 
5 hydrolyzed, and extracted with diethyl ether. The ether extracts were dried over anhydrous 
MgSO* and filtered. To the ether solution 0.5 mL of 6 M HCI was added and the solution was 
stirred for one hour. Afterthis time period the ether solution was washed with water, dried 
over anhydrous MgSO*. filtered, and concentrated. Distillation at reduced pressure afforded 
8.0 g (45 percent) of product. 
10 Step 3: Preparation of lithium 13<Kmethyi-4,5,6,7-tetrahydroindenide 

7,9 dimethylbicycio-[4.3.0]-nona-1(6),7-diene (5.0 g, 33.5 mmol) was added to 1 00 
mL of pentane. To this solution nBuU (2.7 M, 13 mL) was added dropwise, and the mixture was 
stirred for 1 2 hours. The resulting white precipitate was collected via filtration, washed with 
pentane and dried under reduced pressure to give 5.02 g (97 percent) of product. 
15 Step 4: Preparation of (N-t-butylamino)(dimethyl)(1,3-dimethyl-4 # 5,6,7- 
tetrahydroindenyDsilane 

In an argon atmosphere drybox 0.77 g of CISiMe 2 NHCMe 3 (4.67 mmol) was added 
to 50 mL of THF. To this solution 0.75 g (4.67 mmol) of lithium 1 ,3-dimethyl-4,5,6,7- 
tetrahydroindenide was added. The solution was then brought to ref I ux for about 3 hours and 
20 then cooled to room temperature. Chromatographic analysis showed the reaction to be 

complete. The solvent was then removed under reduced pressure. The residue was extracted 
with pentane, filtered, and the solvent again removed under reduced pressure to give 1 .2 1 g of 
product (94 percent yield). 

Step 5: Preparation of (N-t-butyiamino)(dimethyl)( 1 ,3-dimethyl-4,5,6,7- 

25 tetrahydroindenyl)silane (MgCI) 2 • Et 2 0 

In the drybox under argon atmosphere 1 .44 g (5.2 mmol) of (N-t- 
butylamino)(dimethyl)(1 ,3-dimethyl-4,5,6,7-tetrahydroindenyl)silane was stirred in 45 mL 
toluene. To this solution 4.6 mL (10.3 mmol) of isopropyl magnesium chloride (2.24 M in ether) 
was added, stirred, and refluxed for about 2 1/2 hours. The toluene was then stripped off 

30 under vacuum while hot, and the remaining gray solid was washed with hexane. the solid was 
filtered out and washed with excess hexane leaving a light gray powder on the frit. The 
product weighed 1 .94 g (80 percent yield). Molecular weight as determined by titration was 
465 g/mol. 

Step 6: Preparation of [(N-t-butylamino)(dimethyl)(1,3-dimethyl-4,5,6,7- 
35 tetrahydroindenyl)silane] titanium dichloride 

In the drybox in an argon atmosphere 2.36 g (6.36 mmol) of TiCi 3 (THF) 3 was 
dissolved in 1 00 mL of THF. To this solution 1.84g (6.36 mmol) of (N-t- 

butyiamino)(dimethyl)(1,3-dime^ added 
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as a solid while stirring. After continued stirring for 1 5 minutes 0.88 g of PbCb (3. 1 8 mmol) was 
added and stirring continued for 30 minutes. THF was then removed under reduced pressure. 
The residue was extracted with hexane and filtered to remove the residual magnesium salts. 
The hexane was then stripped off leaving the product as a brown/orange soiid weighing 0.96 g, 
5 38 percent yield. The product was identified by its NMR spectrum. 
Step 7: Preparation of {(N-t-butylamino)(dimethyl)(1 r 3-dimethy 1-4,5,6,7- 
tetrahydroindenyl)silane] titanium (qM,4-trans, trans-diphenyM,3-butadiene) 

In thedryboxin an argon atmosphere 0.01 g of lithium metal (1.6 mmol) and 0.1 1 
gof trans,trans-1 f 4-diphenyl-l,3-butadiene (0.5 mmol) were stirred together in 30 mL of 
! o diethyl ether for about 25 minutes. After this time 0.20 g (0.5 mmol) of (O, < H^SiMejNtBuJTiCb 
was added and stirred about 45 minutes producing a dark red/brown solution. The ether was 
removed under vacuum and.the prod uct was extracted with hexane. The solids were filtered 
and hexane was stripped off leaving a dark red/purple compound. The product weighed 0.033 
g, 1 1 percent yield. The identity of the product was determined by its 1 H NMR spectrum. 
15 Example 23 

Synthesis of (C 5 Me4$iMe 2 NtBu)Zr(ri 4 -1 ,4-trans, trans-di phenyl- 1 ,3-butadiene) 

in an inert atmosphere glove box 0. 100 g of <C 5 Me4SiMe2NtBu)Zra 2 (0.0243 
mmol) was dissolved into 30 mL of diethyl ether followed by addition of 0.050 g of trans, trans- 
1,4-diphenyl-1 ,3-butadiene (0.243 mmol) and 0.0051 g of Li metal (0.729 mmol). 5 to 10 mL of 

20 additional Et 2 0 was used to aid in the transfer of each of the latter reagents. After 30 minutes 
the color of the reaction was a reddish orange color. After this time the solvent was removed 
under reduced pressure and the product extracted with hexane until the filtrate was colorless. 
The combined filtrate was taken to dryness under reduced pressure, giving the product as a 
reddish orange solid. The product was characterized by its 'H NMR spectrum as a mixture of 

25 isomers (either the s-trans/s-cis isomers or prone/ supine s-as isomers). 

General Polymerization Conditions Using Complexes from Examples 16-19 and 21-23, Runs A-O 

A two-liter Parr reactor was charged with 740 g of Isopar E mixed alkanes 
solvent and 118gof l-octene comonomer. Hydrogen was added as a molecular weight control 
agent by differential pressure expansion from an about 75 mL addition tank at 25 psi (170 kPa). 

30 The reactor was heated to the polymerization temperature of 1 40°C and saturated with 

ethylene at 500 psig (3.45 MPa). 2.0 umol each of catalyst and cocatalyst (0.005M solutions in 
toluene) were premixed in the drybox for the time periods indicated. After the desired premix 
time, the solution was transferred to a catalyst addition tank and injected into the reactor. The 
polymerization conditions were maintained for 1 5 minutes with ethylene on demand. The 

35 resulting solution was removed from the reactor, and a hindered phenol anti-oxidant 

(Irganox- 1010) was added. Polymers were recovered by removing solvent in a vacuum oven 
set at 120°C for about 20 hours. Results are contained in Table II. 
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1 . (C 5 Me4SiMe 2 NtBu)Ti(q 4 -3-methyl-l ,3-pentadiene) 

2. (C5Me A SiMe 2 NtBu)Ti(n 4 -1 ,3-pentadiene) 
20 3. (C 5 Me4SiMe 2 NtBu)Ti(ri 4 -2.4-hexadiene) 

4. (C 5 Me4SiMe 2 NPh)Ti(r)M ,3-pentadiene) 

5. (Ci3H 1 2SiMe 2 NtBu)Ti(n 4 -1,4-trans, trans-diphenyl-1 f 3-butadiene) 

6. (Ci i H)4SiMe 2 ISftBu)Ti(n 4 -1 ,4-trans, trans-diphenyl-1 ,3-butadiene) 

7. (C 5 Me4SiMe 2 NtBu)Zr(ri4-1,4-trans, trans-diphenyl-1 ,3-butadiene) 5pmol used 

8. trispentafluorophenylborane, BfCgFs^ 

9. anilinium tetrakispentafluorophenylborate, [NHMe 2 Ph][B(C 6 F 5 )i l ] 



Example 24 

Preparation of l(Me 4 C5)SiMe 2 NtBu]Ti[ri4,i.(4.tBu-C6H4)-4-phenyl-trans, trans-1,3-butadiene] 
Piene Preparation 

This material was prepared by a modification of the general method described by 
30 Ballistreri et. al. f J. Chem. Soc , Perkin Trans. 2, 1982 f 273. 

A) 4.tBuC 6 H4CH 2 PPh 3 Br 

To 500 mL of xylenes in a 2 liter 3-necked round bottomed flask was added 25 g of 
4-tBuC 6 H 4 CH 2 Br (Aldrich) and 38 g tri phenyl phosphine (PPh 3 ) (Aldrich). The mixture was 
heated to reflux overnight then cooled to room temperature and filtered. The solid collected 
35 on the filter was washed with xylene and dried under reduced pressure overnight. 

B) l-(4-tert-butylphenyl)-4-phenyi-trans, trans- 1 ,3-butadiene 

A nitrogen-purged 2 liter 3-necked round bottomed flask was charged with 500 
mL of anhyarous ethanol. Lithium wire (0.8 g) was added and allowed to dissolve with stirring. 
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To this solution was added 53.8 g of A-tBuCshUCHbPPr^Br followed by 15.3 g of trans- 
cinnamaidehyde (Aldrich). The mixture was stirred at room temperature overnight. The next 
day, 300 mL of water was added and the mixture stirred for 30 minutes. The mixture was then 
filtered, resulting in the collection of off-white crystals on the f iiter. These crystals were 

5 washed with a 60/40 ethanol/water mixture then dried in a vacuum oven overnight. 1-(4- t Bu- 
CeHaM-phenyl-trans, trans- 1 ,3-butadiene was identified by its mass spectrum, m/z = 262.1 for 
the parent ion. 
Complex Preparation 

In the drybox, 0.25 g of 1 -{4-tBuCsH£)-4-phenyi-trans, trans- 1 ,3-butadiene and 

10 0.37 g of [(Me4C5)SiMe2NtBu]TiCl2 were dissolved/suspended in 30 mL of anhydrous hexane. To 
this was added 1.01 mL of n BuLi (about 1.89 M in hexane by titration (Aldrich Chemical Co.). 
The color immediately darkened. The mixture was heated to a gentle reflux with stirring. 
After one hour, the mixture was filtered through a medium porosity fritted funnel using 
Ceiite™ brand filter aid. The hexane was evaporated under reduced pressure to leave a deep 

15 purple slightly sticky solid. The ifH NMR spectrum of this material confirmed its identity as the 
desired compound, containing some unreacted M4-tBuC6H4)-4-phenyl-trans, trans- 1,3- 
butadiene. 1 H NMR characterization for [(Me4C 5 )Si1vle2NtBu]Ti[ri 2l -1-{tBuC6H4)-4-phenyl-1 # 3- 
butadiene] (C6D 6 ): 7.4 - 7.2 ppm (m, C 6 Hs and tBuCsH^); 7.0 - 6.8 ppm <m, CgHs and ^uQj^); 
4.65, 4.05 ppm(multiplets,tBuC6H4CHCHCHCHPh); 1.67, 1.63, 1.27, 1.25 ppm (s, C^Mea): 1.38 

20 ppm (s, NtBu); 1.29 ppm (s, t BuC 6 H c ); 0.61 ppm (s, 5iMe 2r 6H). 
Example 25 

Ethyl ene/styrene copolymerization using (tert-butylamido)(tetramethyl-n5- C yciopentadienyl)- 
dimethylsilanetrtantum 0o/M,4-trans, trans-diphenyl-1 ,3-butadiene) 

A 2 L stirred reactor was charged with 361 g of Isopar™ E and 458 g of styrene 

25 comonomer. Hydrogen was added by differential pressure expansion from a 75 mL addition 
tank initially at 2070 kPa to 1 393 kPa. The reactor was heated to 80°C and saturated with 
ethylene at 1380kPa. The catalyst was prepared in a dry box by adding 3.5 urnol of 
tris(pentafluorophenyl)borane(700 pL of a 0.0050 M solution in toluene) to 3.5 \xmo\ of (tert- 
butylamido)(tetramethyl-q5^yciopentadienyl)dimethyl-silanetitanium (rj 4 -1 ,4-trans, trans- 

30 diphenyl- 1 ,3-butadiene) in toluene. This mixture was then transferred to a catalyst addition 
tank and injected into the reactor. The polymerization was allowed to proceed with ethylene 
on demand. After 10 minutes an additional 3.5 pmol of catalyst solution was injected into the 
reactor. After a total of 20 minutes the polymer. solution was removed from the reactor and 
quenched with isopropyl alcohol. Irganox™ 1010 was added to the polymer solution. The 

35 polymer solution was devolati Lized in a vacuum oven at 1 20°C for about 20 hours. 58 g of 
polymer having a melt index, I2, of 0.4 and styrene content of 37 percent was recovered. 
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Example 26 

Ethyl ene/1-octene copoiymerization using (tert-butylamido)(tetramethyl-q5-cycloDentadienyl)- 
dimethyisilanetitanium (n/M,3-pentadiene) 

A 1 gallon (3.8 L) stirred reactor was charged with 2 L of isopar"" E and 175 mL of 

5 1-octene. 100 Apsig (690 kPa) of hydrogen was added by differential pressure expansion from 
a 30 mL addition tank. The reactor was heated to 140 °C and saturated with ethylene to 450 
psig (3.10 MPa). The catalyst mixture was prepared in a drybox by syringing together 1 mL of 
0.0050 M [(MejC 5 )5iMe 2 NtBu]Ti(n^1,3-pentadiene) solution (in Isopar'" E), 1.5 mL of a 0.01 M 
(£5^5)38 solution (in Isopar*" E) f and 1 mL of a 0.05 M modified methylalumoxane solution (in 

10 heptane). This solution was then transferred by syringe to a catalyst addition tank and injected 
into the reactor. The polymerization was allowed to proceed for 1 0 minutes and the polymer 
solution was drained from the reactor. lrganox T " 1010 anti-oxidant was added and the 
polymer was air-dried followed by drying in a reduced pressure oven. Yield: 146 g of ethylene 
consumed. Efficiency was 610,000 g ethylene consumed/g Ti. 

15 Example 27 

Ethylene/propylene copoiymerization using (tert-butylamido)(tetramethyl-ri5- 
cydopentadienyi)dimethylsilanetitanium (s-trans-q 4 -1,4-trans, trans-diphenyl-1,3-butadiene) 

A 1 gallon (3.8 L) stirred reactor was charged with 2 L of Isopar m E and 40 g of 
propylene. 50 Apsig (345 kPa) of hydrogen was added by differential pressure expansion from 

20 a 30 mL addition tank. The reactor was heated to 140 °C and saturated with ethylene to 450 
psig (3.10 MPa). The catalyst mixture was prepared in a drybox by syringing together 1 mL of 
0.0050 M [(Me4C 5 )S»Me2NtBu]-Ti(s-trans-ri 4 -1,4-trans, trans-diphenyl-1,3-butadiene) solution 
(in isopar™ E), 1 .5 mL of a 0.01 M (C6F 5 ) 3 B solution (in Isopar™ E), and 1 mL of a 0.05M MMAO 
solution (in heptane). This solution was then transferred by syringe to a catalyst addition tank 

25 and injected into the reactor. The polymerization was allowed to proceed for 10 minutes and 
the polymer solution was drained from the reactor. A hindered phenol antioxidant was added 
and the polymer was air-dried followed by drying in a reduced pressure oven. Yield: 169 g of 
polymer having a density of 0.91 6 g/mL; melt index (l 2 ): 0.5; 80. Efficiency was 706,000 
g polymer/g Ti. 

30 Example 28 

Ethylene/propylene copoiymerization using (tert-butylamido)(tetramethyl-ri5- 
cyclopentadienyl)dimethylsilanetrtanium (s-trans-n 4 - 1 ,4-trans, trans-diphenyl-1,3-butadiene) 
A 1 gallon (3.8 L) stirred reactor was charged with 2 L of Isopar" 1 E mixed alkanes 
and 80 g of propylene. 50 Apsig (345 kPa) of hydrogen was added by differential pressure 
35 expansion from a 30 mL addition tank. The reactor was heated to 1 10 °C and saturated with 
ethylene to 450 psig (3. 1 MPa). The catalyst mixture was prepared in a drybox by syringing 
together 1 mLof 0.0050 M ((MejC 5 )SiMe 2 NtBu]Ti(s-trans-n 4 -1 ,4-trans, trans-di phenyl- 1,3- 
butadiene) solution (in Isopar"" E), 1.5 mLof a 0. 01 M (C6F 5 ) 3 B solution (in lsopar T " E), and 1 mL 

-37- 



BNSDOCID: <WO 9500526A1J_> 



WO 95/00526 



PCT/US94/06834 



of a 0.05M MMAO solution (in heptane). This solution was then transferred by syringe to a 
catalyst addition tank and injected into the reactor. The polymerization was allowed to 
proceed for 10 minutes and the polymer solution was drained from the reactor. A hindered 
phenol anti-oxidant was added and the polymer was air-dried followed by drying in a reduced 
5 pressure oven. Yield: 272 g of polymer; efficiency: 1,140,000 g polymer/g Ti; density: 0.900 
g/mL; melt index (l 2 ): 1.0; ho/h: 7.1. 
Example 29 

Ethylene/1 -Octadecene copolymerization using (terc-butylamido)(tetramethyl-r) 5 - 
cyciopentadienyhdimethylsilanetitanium (s-trans-rp-1 ,4-trans, trans-diphenyl- 1 ,3-butadiene) 

10 A 1 gallon (3.8 L) stirred reactor was charged with 2 I of Isopar*" E and 600 mL of 

1 -octadecene. 50 Apsig (345 kPa) of hydrogen was added by differential pressure expansion 
from a 30 mL addition tank. The reactor was heated to 1 20 °C and saturated with ethylene to 
450 psig (3.1 MPa). The catalyst mixture was prepared in a drybox by syringing together 2 mL 
of 0.0050 M ((Me4C 5 )5iMe 2 NtBu]Ti(s-trans-nM ,4-trans, trans-diphenyl- 1 ,3-butadiene) solution 

!5 (in isopar" E), 3 mLof a 0.01 M (C € F 5 ) 3 B solution (in Isopar™ E), and 2 mLof a 0.05M modified 
MAO solution (in heptane). This solution was then transferred by syringe to a catalyst addition 
tank and injected into the reactor. The polymerization was allowed to proceed for 10 minutes 
and the polymer solution was drained from the reactor. A hindered phenol anti-oxidant was 
added and the polymer was air-dried followed by drying in a reduced pressure oven. Yield: 

20 134 g of ethylene consumed; efficiency: 280,000 g ethylene consumed/g Ti; density: 0.903 
g/mL; melt index (l 2 ): 0.7; 1 10^*2- 7.5. 
Example 30 

Ethylene/Octene/Ethylidene Norbornene copolymerization using (tert- 
butyiamido)(tetramethyl-ri5-cyciopentadienyl)dimethylsilanetitanium (s-trans-q4-1,4-trans r 

25 trans-diphenyl-1 ,3-butadiene) 

A 1 gallon (3.8 L) stirred reactor was charged with 1 132 g of Isopar"' E, 498 g of 1- 
octene, and 100 mLof ethyl i dene norbornene. The reactor was heated to 120 °C and saturated 
with ethylene to 430 psig (3.0 MPa). The catalyst mixture was prepared in a drybox by syringing 
together 2 mL of 0.0050 M [(Me4C5)SiMe2N t BuITi(s-trans-n 4 -1 ,4-trans, trans-diphenyl-1 ,3- 

30 butadiene) solution (in lsopar~ E), 2 mLof a 0.015 M (QFshB solution (in Isopar"* E), and 2 mL 
of a 0.05M MMAO solution (in heptane). This solution was then transferred by syringe to a 
catalyst addition tank and injected into the reactor. The polymerization was allowed to 
proceed for 25 minutes and the polymer solution was drained from the reactor. A hindered 
phenol anti-oxidant was added and the polymer was air-dried followed by drying in a reduced 

35 pressure oven. Yield: 85.8 g of ethylene consumed; efficiency: 179,000 g ethylene consumed/g 
Ti; density: 0.874 g/mL; melt index (I 2 ): 1 A; \iq/\ 2 : SJ. j 
Example 31 

Dual Catalyst Polymerization 
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A) Heterogeneous Catalyst Preparation: 

A heterogeneous Ziegler-type catalyst was prepared substantially according to U. 
S. Pat. No. 4,612, 300 r Ex. P., by sequentially adding to a volume of Isopar"* E, a slurry of 
anhydrous magnesium chloride in isopar" - E, a solution of C2H5AICI2 in hexane, and a solution 
5 of titanium tetraisopropoxide (Ti(O'Pr)n) in Isopar™ E, to yield a composition containing a 
magnesium concentration of 0. 17 M and a ratio of Mg/AI/Ti of 40/1 2/3. An aliquot of this 
composition containing 0.045 mMol of Ti was treated with a dilute solution of Et 3 Al to give an 
active catalyst with a final Al/Ti ratio of 1 2/1 . 

B) Polymerization 

10 A stirred, one-gallon (3.8I) autoclave reactor was charged with 2 1 L of Isopar™ E 

and 300 mL of 1-octene and the contents were heated to 120 °C. The reactor was next charged 
with ethylene sufficient to bring the total pressure to 450 psig (3. 1 MPa). The catalyst mixture 
was prepared in a drybox by syringing together 2 mL of 0.0050 M [(Me 4 C5)SiMe 2 NtBu]Ti(s- 
trans-ii 4 -1 ,4-trans, trans diphenyl-1 ,3-butadiene) solution {in Isopar E), 2 mL of a 0.01 5 M 

15 (CeFshB solution (in Isopar" E), and 2 mLof a 0.05M MM AO solution (in heptane). This 
solution was then transferred by syringe to a catalyst addition tank and injected into the 
reactor. The reactor temperature and pressure were maintained at 450 psig (3.1 MPa) and 120 
°C by continually feeding ethylene during the polymerization run and cooling the reactor as 
necessary. After a 10 minute reaction time, the ethylene was shut off and the reactor was 

20 depressurized to 1 00 psig (690 kPa). 250 Apsig (1 .7 MPa) of hydrogen was added by differential 
pressure expansion from a 30 mL addition tank. An aliquot of the heterogeneous catalyst 
containing 0.009 mmol Ti prepared as described in the catalyst preparation section was injected 
into the reactor. The reactor was then continually fed ethylene at 450 psig (3 1 0 MPa) and the 
reaction temperature quickly rose to 190 °C where the polymerization was sustained for an 

25 additional 10 minutes. The polymer solution was drained from the reactor, and a hindered 
phenol anti-oxidant was added and the polymer was air-dried followed by drying m a reduced 
pressure oven. Yield: 271 g of polymer; efficiency: 404,000 g poiymer/g Ti. 
Example 32 
SI u rry Pol y m e ri za ti on 

30 A) Support Preparation 

A sample of spherical agglomerated silica gel (Grace Davison SMR 390-2144-ltem 
B, median particle size = 1 0 urn) was dehydroxyiated at 750 °C under nitrogen for 1 2 h in a 
fluidized bed. To 20 g of the silica was added 50.6 mL of a toluene solution of 
methyialuminoxane (Akzo, 6.7 wt percent Al) followed by 150 mL of hexane. The resulting 

35 slurry was stirred under nitrogen for 24 h, the solid was allowed to settle and the supernatant 
was decanted. The solid was then washed with 3 x 1 50 mL portions of hexane followed by 
drying under vacuum at 1 00 °C for 24 h. The resulting solid was analyzed for aluminum and 
found to contain 7.48 percent. 
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B) Catalyst Preparation 

1) : To 1 g of the above support was added 1 1 .4 mL of a solution of 
t(Me4C 5 )SiMe2N*Bu]Ti(s-trans-q 4 -1 f 4-trans, trans-diphenyl- i,3-butadiene) (3.73 mM in hexane) 
and the slurry was stirred for 2 hr prior to the addition of 1.95 ml of (C6F 5 ) 3 B (0.041 M in 

5 Isopar™ E). The slurry was then stirred for a further 12 hr prior to drying at room temperature 
under vacuum. The catalyst had a Ti concentration of 42.5 umol/g support and a Boron:Ti 
moiar ratio of 1.9:1. 

2) : To 1 g of the above support was added 22.8 mL of a solution of 
[(MeaC5)5iMe 2 N t BulTi(5-trans-ri 4 -1 # 4-trans f trans-diphenyi-1,3-butadiene) (3.73 mM in hexane) 

10 and the slurry was stirred for 2 h prior to the addition of 3.89 mLof (C6F 5 ) 3 B (0.041 M in fsopar"* 
E). The slurry was then stirred for a further 12 h prior to drying at room temperature under 
vacuum. The catalyst had a Ti concentration of 85 u.mol/g support and a Boron :Ti molar ratio of 
1.9:1. 

C) Polymerization 

1 5 a stirred 5 L autoclave reactor was charged with 1 850 g of anhydrous hexane and 

optionally butene (as identified in Table III) through a mass-flow meter. A solution containing 
100 pmoies of modified methylaluminoxane (MMAO, Akzo) in 10 mLof hexane was then 
added to the reactor via a pressurized stainless steel cylinder prior to heating to 80 °C. At this 
point the reactor pressure was increased 1 0 psig (70 kPa) by the addition of hydrogen followed 

20 by ethylene sufficient to bring the total pressure to 175 psig (1 .21 MPa) . The ethylene was 
supplied continuously to the reactor by a demand feed regulator on the line. The required 
weight of the catalyst was slurried in hexane and was then added to the reactor to initiate the 
polymerization. After 30 minutes the ethylene flow was stopped and the reactor was vented 
and cooled. The polymer was filtered and dried at 80 °C overnight in a vacuum oven. After 

25 drying and weighing to obtain the catalyst efficiency the samples were stabilized and melt flow 
measurements obtained using standard ASTM methods. Resultsare reported in Table III. 
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1.(C5MeASiMe 2 NtBu)Ti(n«-1 < 4-trans, trans-diphenyl- 1 ,3-butadiene) 

Gas Phase Polymerization Examples 33-39 

All gas phase polymerizations, unless otherwise noted, were carried out under 
nitrogen pressures of 15-80psi (100-550 kPa) in a 5 L fluidized bed laboratory reactor. The 
pressures of ethylene and hydrogen reported refer to partial pressures. The support was 
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powdered, high density ethylene homopolymer or silica treated with aluminum triafkyl. The 
latter support is prepared according to the technique disclosed in WO-94/03506. which is 
equivalent to U.S. Serial No. 07/926,006, the teachings of which are incorporated herein by 
reference. The metal complex and activating cocatalyst are, respectively, 
5 (C 5 MedSiMe2NtBu)Ti(s-trans-n 4 -1^-trans, trans-diphenyl-1,3-butadiene) and B(C^sh 
Example 33 

Catalyst/support preparation 

2 mLof a 0.005 M solution OOpmol) of (C 5 Me fi SiMe^N^)Tr(s-trans-ri 4 -1^-tran$ ( 
trans-diphenyl-1,3-butadiene) in toluene and 2.4 mL of a 0.005 M solution (12 pmol) of BfCeFsh 
1 0 «n toluene were combined with 0.600 g of 0.33 melt index high density polyethylene powder 
which previously had been sieved to remove any particles larger than 25 mesh, (0.7 mm). The 
solvent was removed to give a pale purple free-flowing heterogeneous, catalyst composition. 
Polymerization 

0.24 g (4 jimol Ti, 4.8 jimol borane) of the catalyst composition was introduced 
j 5 into a fluidized bed reactor containing 260 psi ( 1 .79 MPa) ethylene and 0.65 psi hydrogen (4.5 
kPa, 0.25 mol percent based on ethylene) at a temperature of 48°C. There was a reaction 
exotherm of 1°C. After a run time of 3 hours, 17 g of polyethylene having a melt index of 0.12 
was recovered. The productivity was 89,000 g polymer/g Ti. 
Example 34 
20 Catalyst/support preparation 

A slurry of 5 g non-dehydrated Davison 952 silica in toluene was treated with 1.25 
mL of neat triethyialuminum (TEA) resulting in vigorous effervescence. After stirring for 1 5 
minutes the TEA-treated silica was filtered, washed with toluene, then dried under vacuum. To 
0.500 g of this silica were added 1 0 pmol of (C5Me45iMe2NtBu)Ti(s-trans«q4-1 ,4-trans, trans- 
25 diphenyl-1,3-butadiene) as a 0.005 M toluene solution and 12 pmol of B(C6F 5 ) 3 as a 0.005 M 
toluene solution. The solvent was removed from the resulting purple slurry to give the catalyst 
composition as a light purple, free-flowing powder. 0.30 g of the resulting supported catalyst 
(5 pmol titanium complex, 6 pmol borane complex) was used in the following polymerization. 
Polymerization 

30 0.25 g (5 pmol titanium complex, 6 pmol borane complex) of the catalyst 

composition was introduced into a fluidized bed reactor pressurized to 275 psi (1.90 MPa) with 
220 psi (1.52 MPa) ethylene, 18 mol percent butene (based on ethylene) and 0-65nsi hydroge n 
(4.5 kPa, 0.33 mol percent based on ethylene) with nitrogen making up theremarn3erofthe 
pressure, at a temperature of 46°C. There was a reaction exotherm of 1 0°C. After a run ti me of 

35 2 hours, 119gof polyethylene having a melt index of 0.11, Mw/Mn = 2.06, density = 0.8891 
was recovered. The productivity was 496,000 g polymer/g Ti. 
Example 35 

Catalyst/support preparation 
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To 0.250 g of silica treated with triethylaluminum as in Example 34 were added 2 
pmol of (C 5 Me a SiMe2NtBu)Ti(s-trans-n 4 -1.4-trans, trans-d.phenyl-1 ,3-butadiene) as a 0.005 IV! 
toluene solution and 6 umol of B(C 6 F 5 )3 as a 0.005 M toluene solution. The solvents were 
removed from the resulting slurry to give the catalyst composition as a light purple, free- 
5 flowing powder. 
Polymerization 

The above catalyst composition was introduced into a fluidized bed reactor 
pressurized to 260 psi (1.79 MPa) with 40 percent ethylene, 2.5 percent butene. 0. 13 percent 
hydrogen, with nitrogen making up the remainder of the pressure, at a temperature of 67°C. 
! o There was a reaction exotherm of 28 e C. After a run time of 60 minutes. 52 g of polyethylene 
having a melt index of 0.34. M w /M n = 2.24, and a bulk density of 0.36 g/ml was recovered. The 
productivity was 540,000 g polymer/g Ti. 
Example 36 
Polymerization 

1 5 The polymerization was carried out analogously to Example 35. except that the 

butene concentration was 1 .25 percent and the initial temperature was 93°C. After a run time 
of 64 minutes, 29 g of polyethylene having a melt index of 0.62 and a MJIM fl = 2.31 was 
recovered. 
Example 37 

20 Catalyst/support preparation 

A catalyst composition was prepared as in Example 34. except that 0.25 g of 
Davison 162 silica (treated with triethylaluminum as in Example 34). 5 umol of 

(C 5 lv1e4SiMe 2 NtBu)Ti(s-trans.n 4 -1.4.trans. trans-diphenyl-l,3-butadiene) and 10 umol of 
B (C 6 F 5 ) 3 were used. 

25 Polymerization 

The above catalyst composition was introduced into a fluidized bed reactor 

pressunzed to 260 psi (1.79 MPa) with 82.5 percent ethylene, 2.5 percent butene. 0.21 percent 

hydrogen, with nitrogen making up the remainder of the pressure, at a temperature of 59°C. 

After a run time of 1 5 minutes, 8 g of polyethylene having a melt index of 0.20, and a M^M n 
30 = 2.50 was recovered. The productivity was 100.000 g polymer/g Ti/h. 

Example 38 

Catalyst/support preparation 

To 5 g of Davison 952 silica, which had been dried overnight at 1 50°C, in 125 mL 
toluene was added 1 .25 mL TEA. After reacting for 1 5 minutes the mixture was filtered. 
35 washed with about 50 mL toluene, then dried under vacuum. 

To 0.008 g of the above TEA-treated silica were added 3 00 mL of 0.005 M (15 
umol) B(C 6 F 5 ) 3 in hexane.then 1.00 mL of 0.005 M (5 umol) (C 5 Me*SiMe2NTBu)Ti(s-trans-n4-1.4- 
trans. trans-di phenyl- 1,3-butadiene) in hexane. After stirring for 10 minutes the solvent was 
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removed under vacuum to give the supported catalyst as a free-flowing powder. Additional 
TEA-treated silica was mixed in as a diluent to give a final weight of 0.200 g. 
Polymerization 

0.08 of the above supported catalyst (6 jimol borane/2 pmol Ti/0.003 g ssiica with 
5 0.077 g silica diluent) was introduced into a fiuidized bed reactor pressurized to 260 psi (1.79 
MPa) with 80.0 percent ethylene, 2.0 percent butene, 0.27 percent hydrogen, with nitrogen 
making up the remainder of the pressure, at a temperature of 62 °C. After a run time of 68 
minutes, 27 g of uniform free- flowing, polyethylene powder having a melt index of 0.22 and a 
bulk density = 0.40 was recovered. The productivity was 280,000 g polymer/g Ti and 9000 g 
10 polymer/g silica. 
Example 39 

Catalyst/support preparation 

A catalyst composition was prepared analogously to Example 38 except that 0.003 
g of the TEA-treated silica, 1.200 mL (6 pmol) of the B(C 6 F 5 )3 solution, and 0.400 mL (2 pmol) of 
15 the (Cs!v1e4Silv1e2N t Bu)Ti(s-trans-ri 4 -1,4-trans, trans-diphenyl-1,3-butadiene) solution were 
used. No diluent was used. 
Polymerization 

The polymerization was carried out analogously to Example 38 at a temperature 

of 64°C After a run time of 90 minutes, 1 0 g of uniform free-flowing polyethylene powder was 
20 recovered. 

Examples 40-41 and comparative example 

Continuous Solution Polymerization 

Ethylene/ 1-octene copolymers were prepared in a stirred reactor adapted for 

continuous addition of reactantsand continuous removal of polymer solution, devolatilization 
25 and polymer pelletization. Additives (1 250 ppm calcium stearate, 200 ppm IRGANOX™ 1010, 

and 800 ppm SAN DOST AB P-EPQ(Sandoz Chemicals)) were added prior to pelletization. A 

representative process flow diagram for the polymerization is shown in Figure 4. 

In Figure 4, ethylene (4) and hydrogen (5) are combined into one stream (15) 

before being introduced into the diluent mixture (3) comprising solvent (Isopar 7 " E)(1)and 1- 
30 octene (2). This combined feed mixture (6) is continuously injected into the reactor (9). The 

metal complex (7) and cocatalysts (8) are combined into a single stream and also continuously 

injected into the reactor. The reactor pressure is held constant at about 490 psig (3.38 MPa). 

Ethylene content of the reactor, after reaching steady state, is maintained below about 8 

percent. 

35 The reactor exit stream (14) is continuously introduced into a separator (10), 

where the molten polymer is separated from the unreached comonomer(s), unreached 
ethylene, unreached hydrogen, and solvent (1 3). The molten polymer is subsequently strand 
chopped or pelletized and, after being cooled in a water bath or pelletizer i), the soi.d oellets 
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are collected (12). Additional polymerization conditions and resultant polymer properties are 
disclosed in Table IV. 

Table IV 





Comp. 


Ex. 40 


Ex. 41 


Catalyst 


TDM 1 


TPB 2 


TPB - 


cocatalyst 


TPFB/M3 


. TPFB/M3 


TPFB/M 3. 


Ti:B:AI molar ratio 


1:3:6 


1:4:6 


1:3:6 


Cat. efficiency (106 kg polymer/ kg Ti) 


1.9 


2.6 


2.2 


C 2 H £ conversion per pass (percent) 


86 


85 


86 


Reactortemperature (°C) 


130 


131 


140 


Solvent^ H 4 feed ratio 


9.0 


8.4 


7.8 


C8H 16 /C 2 H 4 + C 8 H 16 feecl ratio 


25 


22 


23 


H2 feed concentration (mol percent) 


0.000 


0.010 


0.000 


polymer concentration (percent) 


10.0 


10.3 


11.2 


C2H4 concentration (percent) 


1.40 


1.60 


1.60 


C2H4 feed rate (kg/hr) 


1.2 


1.2 


1.2 


Melt index (l 2 ) (dg/min) 


0.99 


1.01 


1.05 


Product I10/I2 


9.4 


8.8 


9.5 


Polymer density (g/mL) 


0.9086 


0.9099 


0.9107 



(tert-butylamido)(tetramethyl-q5-cyclopentadienyl)-dtmethylsilane- 
titanium (IV) dimethyl 

2 . (tert-butylamido)(tetramethyl-ri5-cyclopentadienyl)-dfmethylsilane- 
titanium (II) ($-trans-n4-1,4-trans, trans-diphenyl-1,3-butadiene) 
3 tris(pentafluorophenyl)borane/ MM AO 

25 From the results shown in Table IV, it can be seen by comparing Example 40 to the 

comparative example that at essentially identical reactor temperatures, ethylene conversions, 
and ethylene concentrations, a higher efficiency was obtained using a complex of the present 
invention wherein the metal is in the + 2 formal oxidation state. Additionally, hydrogen was 
required in Example 40 to produce polymer of equivalent melt index as that produced in the 

30 comparative example. This indicates that the metal complex of the present invention produces 
higher molecular weight polymers under similar reactor conditions when compared to the use 
of analogous complexes in the + 4 formal oxidation state. 

Example 41 demonstrates that polymer of the same melt index as that produced 
in the comparative example can be produced in the absence of hydrogen by increasing the 
reaction temperature. Even at the higher reactor temperature of Example 41 , the catalyst of 
the present invention demonstrated a higher catalytic efficiency when compared to the 
catalyst used in the comparative example. 
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CLAIMS: 

1. A metai complex containing one and only one cyclic delocaiized n-bonded, 
anionic, group, said complex corresponding to the formula: 

L M - X 

wherein: 

M is titanium or zirconium in the + 2 formal oxidation state. 

L is a group containing a cyclic, delocaiized, anionic, n-system through which the 
group is bound to M, and which group is also bound to 2; 

Z is a moiety bound to M via a o-bond, comprising boron, or a member of Group 
14 of the Periodic Table of the Elements, and also comprising nitrogen, phosphorus, sulfur or 
oxygen, said moiety having up to 60 non-hydrogen atoms; and 

X is a neutral, conjugated or nonconjugated diene, optionally substituted with 
one or more hydrocarbyi groups, said X having up to 40 carbon atoms and forming a n-complex 
with M. 

2. A complex according to Claim 1 corresponding to the formula: 

Cp M — X 



wherein: 

Z, M and X are as defined in Claim 1 , and 

Cp is a C5H4 group bound to Z and bound in an rp bonding mode to M or is such 
an bound group substituted with from one to four substituents independently selected from 
hydrocarbyi, silyl, germyl, halo, cyano, and combinations thereof, said substi tuent having up to 
20 nonhydrogen atoms, and optionally, two such substituents (except cyano or halo) together 
cause Cp to have a fused ring structure. 

3. A complex according to Claim 1 corresponding to the formula: 
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wherein R' each occurrence is independently selected from hydrogen, 
hydrocarbyl, silyl, germyl, cyano, halo and combinations thereof, said R' having up to 20 non- 
hydrogen atoms, and optionally two R' groups (when R' is not hydrogen, haio.or cyano) 
together form a divalent derivative thereof connected to adjacent positions of the. 
cyclopentadienyl ring to form a fused ring structure; 

X is a neutral q 4 -bonded diene group having up to 30 non-hydrogen atoms, which 
forms a n-complex with M; 

Yis-0-,-S- ( -NR*- f -PR*-; 

M is titanium or zirconium in the + 2 formal oxidation state; 
T is SiR* 2 , CR W 2 > SiR w 2 SiR w 2 , CR* 2 CR* 2 . CR" = CR\ CR' 2 SiR* 2 . or GeR* 2 ; wherein: 
R* each occurrence is independently hydrogen, or a member selected from 
hydrocarbyl, silyl, halogenated alkyl, halogenated aryl, and combinations thereof, said R* 
having up to 10 non-hydrogen atoms, and optionally, two R* groups from T , or an R* group 
from Z* and an R* group from Y (when R* is not hydrogen) form a ring system. 
15 4. A complex according to Claim 3 wherein at least one of R' or R* is an 

electron donating moiety. 

5. A complex according to Claim 3 wherein Y is a nitrogen or phosphorus 
containing group corresponding to the formula -N(R")- or-P(R")-, wherein R" is C 10Q 
hydrocarbyl. 

20 6. A metal complex according to Claim 5 corresponding to the formula: 



N-R" 



25 



30 



35 




wherein: 

M is titanium in the + 2 formal oxidation state; 

X iss-trans-q 4 -1,4-diphenyl-1,3-butadiene; s-trans-q 4 -3-methyl-1,3-pentadiene; s- 
trans-q 4 -1,4-diben2yl-1,3-butadiene; s-trans-q 4 -2,4-hexadiene; s-trans-q 4 -1,3-pentadiene; s- 
trans-q 4 -1,4-ditolyM,3-butadiene; s-trans-q 4 -1,4-bis(trimethylsilyl)-1,3-butadiene; s-cis-q 4 -1,4- 
diphenyl-1,3-butadiene; s-cis-q 4 -3-methyM,3-pentadiene; s-cis-q 4 -1,4-dibenzyl-1,3-butadiene; 
s-cis-q 4 -2,4-hexadiene; s-cts-qM,3-pentadiene; s-cis-q 4 -1,4-ditolyl-1,3-butadiene; or s-cis-q 4 - 
1,4»bis(trimethylsilyl)-1,3-butadiene, said s-cis isomers forming a n-bound diene complex; 

R' each occurrence is independently selected from the group consisting of 
hydrogen, silyl, hydrocarbyl and combinations thereof said R' having up to 10 carbon or silicon 
atoms, and optionally two such R' groups (when R' is not hydrogen) together form a divalent 
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derivative thereof connected to adjacent positions of the cyclopentadienyl ring to form a fused 
ring structure ; 

R" is C. hydrocarbyl; 

R'" independently each occurrence is hydrogen or C. tc hydrocarbyl; 
5 E is independently each occurrence silicon or carbon; and 

m is 1 or 2. 

7. A metal complex according to Claim 6 wherein R" is methyl, ethyl, propyl, 
butyl, pentyl, hexyi, norbornyl, benzyl, or phenyl; and the cyclopentadienyl group is 
cyclopentadienyl, tetramethylcyclopentadienyl, indenyl, tetrahydroindenyl, fluorenyl, 

10 tetrahydrofiuorenyl or octahydrofluorenyt 

8. A metal complex according to any one of the preceding claims, wherein M 
is titanium in the + 2 formal oxidation state. 

9. A metal complex according to claim 8 comprising (tert-butylamido)(tetra- 
methyl-r]5-cyciopentadienyl)dimethylsiianetitanium(II) s-trans-r] 4 -3-methy!-1,3-pentadiene; 

15 (tert-butylamido)(tetramethyl-n5-cyclopentadienyl)-dimethylsilanetitanium(ll) s-trans-n4-1,3- 
pentadiene; (tert-butylamido)(tetramethy!-ri5-cyclopentad»enyl)-dimethylsilanetitanium(ll) s- 
trans-i] 4 -2,4-hexadiene; (tert-butyiamido)(tetramethyi-ri5-cyclopentadienyl)dimethyl- 
siianetitanium(ll) s-trans-n 4 -l,4-bis(trimethylsilyl)-1,3-butadiene; (tert-butylamido)-(tetra- 
methyl-ri 5 -cyciopentadienyl)dimethylsilanetitanium(ll) s-trahs-i) 4 -trans, trans- 1,4-di phenyl- 1,3- 

20 butadiene; (tert-butylamido)(tetramethyl-ii5-cyclopentadienyl)dimethylsilanetitanium(ll) s-cis- 
n4-3«methyl-1,3-pentadiene; (tert-butylamido)(tetramethyl-ri5.cyclopentadienyl)-dimethyl- 
siianetitanium(H)s-cis-n. 4 -1,3-pentadiene; (tert-butylamido)(tetramethyl-ri5-cyc!opentadienyl)- 
dimethyisilanetitanium(ll) s-cis-rt 4 -2,4-hexadiene; (tert-butylamido)(tetramethyl-n.5- 
cyclopentadienyl)dimethylsilanetitanium(ll) s-cis-n^1,4-bis(trimethylsilyl)-U3-butadiene; or 

25 (tert-butylamidoHtetramethyl-q5- C yclopentadienyl)dimethylsilanetitanium(li) s-cis-n>trans, 
trans- 1 ,4-diphenyl-1 ,3-butadiene, said s-cis isomers forming a n-bouna diene complex. 

1 0. A metal complex according to any one of the preceding claims in the 
absence or presence of less than 50 molar percent of corresponding complexes wherein the 
metal is not in the + 2 formal oxidation state. 

3Q 11. A catalyst composition comprising a metal complex according to any one of 

the preceding claims which is catalytically activated by combination with an activating 

cocatalyst or by use of an activating technique. 

12. A catalyst composition according to claim 1 1 wherein the activating 

cocatalyst is selected from the group consisting of polymeric or oligomeric alumoxanes; strong 
35 Lewis acids; nonpolymeric, inert, compatible, noncoordinating, ion forming compounds; and 

combinations thereof. 
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13. A catalyst composition according to claim 12 wherein the activating 
cocatalyst comprises methylalumoxane, triisobutyl aluminum modified methylalumoxane, or 
diisobutyialumoxane. 

14. A catalyst composition according to claim 1 2 wherein the activating 
5 cocatalyst comprises both an oligomeric or polymeric alumoxane compound and a 

tri(hydrocarbyi)aluminum compound having from 1 to 10 carbons in each hydrocarby! group. 

15. A catalyst composition according to claim 12 wherein the activating 
cocatalyst comprises a hydrocarbyl substituted Group 1 3 compound having from 1 to 1 0 
carbons in each hydrocarbyl group, or a halogenated derivative thereof. 

10 1 6. A catalyst composition according to claim 15 wherein the activating 

cocatalyst comprises a halogenated tri(hydrocarbyl)borane having from 1 to 10 carbons in each 

halogenated hydrocarbyl group. 

17. A catalyst composition according to claim 16 wherein the activating 

cocatalyst comprises tris(pentafluorophenyl)borane. 
15 18. A catalyst composition according to claim 12 wherein the activating 

cocatalyst comprises a cation which is a Bronsted acid capable of donating a proton, and a 

compatible, noncoordinating, inert anion. 

19. A catalyst composition according to claim 1 8 wherein the activating 
cocatalyst is represented by the formula: 

2( + 

(L*-H; d (A d *) 

wherein: 

L* is a neutral Lewis base; 
(L*-H) * is a Bronsted acid; 
25 Ac - is a noncoordinating, compatible anion having a charge of d- f and 

d is an integer from 1 to 3. 

20. A catalyst composition according to claim 1 2 wherein the activating 
cocatalyst comprises a salt of a cationic oxidizing agent and a noncoordinating, compatible 
anion represented by the formula: 

3( (Oxe+) d (Ad-) e 
wherein: 

Ox** is a cationic oxidizing agent having a charge of e + ; 
e is an integer from 1 to 3; 
35 Ad- is a noncoordinating, compatible anion having a charge of d-, and 

d is an integer from 1 to 3. 
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21. A catalyst composition according to claim 20 wherein the cationic oxidizing 
agent is ferrocenium, hydrocarbyl substituted ferrocenium, Ag-- or Pb*- 2 . 

22. A catalyst composition according to claim 12 wherein the activating 
cocatalystis a salt of a carbenium ion and a noncoordinating, compatible anion represented by 

5 the formula: © + A~ » wherein: 

is a carbenium ion; and 
A- is an inert, compatible, noncoordinating, anion. 

23. A catalyst composition according to any one of claims 18 to 22 wherein the 
noncoordinating, compatible anion is tetrakis(pentafluorophenyl) borate. 

10 24. A catalyst composition according to claim 11 wherein the metal complex is 

activated by the electrochemical oxidation thereof in the presence of a supporting electrolyte 
comprising a noncoordinating, inert anion. 

25. A catalyst composition according to any one of claims 1 6 to 24 additionally 
comprising a tri(hydrocarbyl)aluminum compound having from 1 to 4 carbons in each 

15 hydrocarbyl group, an oligomeric or polymeric alumoxane compound, or a mixture of a 
tri(hydrocarbyl)aluminum compound having from 1 to 4 carbons in each hydrocarbyl group 
and a polymeric or oligomeric alumoxane. 

26. A polymerization process comprising contacting an addition polymerizable 
monomer with a catalyst under polymerization conditions characterized in that the catalyst is a 

20 composition according to any one of claims 1 1 to 25. 

27. A process for preparing a metal complex containing one and only one cyclic 
delocalized n-bonded group, said complex corresponding to the formula: 

25 L M — X 

wherein: 

M is titanium or zirconium in the + 2 formal oxidation state; 
L is a group containing a cyclic, delocalized n-system through which the group is 
3 0 bound to M, and which group is also bound to Z; 

Z is a moiety bound to M via a o-bond, comprising boron, or a member of Group 
14 of the Periodic Table of the Elements, and also comprising nitrogen, phosphorus, sulfur or 
oxygen, said moiety having up to 20 non-hydrogen atoms; and 

X is a neutral, conjugated or nonconjugated diene, optionally substituted with 
2 5 one or more hydrocarbyl groups, said X having up to 60 carbon atoms and forming a n-complex 
with M, 

the steps of the process comprising: 
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1 ) a) contacting a conjugated or nonconjugated C^uao 

diene compound with a metal complex corresponding to the formula: 

(G*) g , (G*)g 

5 L IVP-X L M** — (X) 2 

wherein, 

M* is titanium or zirconium in the + 3 formal oxidation state; 
M** is titanium or zirconium in the +4 formal oxidation state; and 
X* is halo; 

10 G* is a neutral Lewis base selected from the group consisting of amines, 

phosphines and ethers said G having from 3 to 20 non-hydrogen atoms; 

2 and L are as previously defined; and 

g is a number from 0 to 3, 

in a suitable, noninterfering solvent; and 
15 b) contacting the resulting mixture with a 

reducing agent, 

or 

2) a) contacting a conjugated or nonconjugated Ca4o 

diene compound with a reducing agent in a suitable noninterfering 
20 solvent; and 

b) contacting the resulting mixture with a metal 
complex corresponding to the formula: 

(G')g (G*)g 

25 L M* — X L M** — (X) 2 

wherein, 

M* is titanium or zirconium in the + 3 formal oxidation state; 
M** is titanium or zirconium in the + 4 formal oxidation state; and 
X* is halo; 

^ G* is a neutral Lewis base selected from the group consisting of amines, 

phosphines and ethers said G having from 3 to 20 non-hydrogen atoms; 
Z and L are as previously defined; and 
g is a number from 0 to 3. 

28. A process according to claim 27 wherein the diene compound is selected 
35 from the group consisting of 1,4-diphenyl-1,3-butadiene; 3-methyl-l,3-pentadiene; 1,4- 
dibenzyl-1,3-butadiene; 2,4-hexadiene; l f 3-pentadiene; l,4-ditolyl-l,3-butadiene; and 1,4- 
bis(trimethylsily!)-1,3-butadiene. 
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29. A process according to claim 27 or claim 28 wherein the reducing agent is a 
Ci.6 lithium alky). 

30. A process according to claim 27 or claim 28 wherein the reducing agent is 

lithium. 

5 31. A process according to any one of claims 27 to 30 wherein the solvent is a 

hydrocarbon. 

32. A process for preparing a metal complex containing one and only one 

cyclic, delocalized n-bonded group, said complex corresponding to the formula: 

10 / \ 

L M — X 



wherein: 

M is titanium or zirconium in the + 2 formal oxidation state; 

L is a group containing a cyclic, delocalized n-system through which the group is 
bound to M f and which group is also bound to Z; 

2 is a moiety bound to M via a o-bond, comprising boron, or a member of Group 
14of the Periodic Table of the Elements, and also comprising nitrogen, phosphorus, sulfur or 
oxygen, said moiety having up to 20 non-hydrogen atoms; and 

X is a neutral, conjugated or nonconjugated diene, optionally substituted with 
one or more hydrocarbyl groups, said X having up to 40 carbon atoms and forming a n-complex 
with M; 

comprising contacting a compound according to the formula M(X*>2 or a solvated adduct 
thereof 

wherein X" is halo; and 

M is as previously defined, 
with a conjugated or nonconjugated C4.40 diene compound corresponding to X and a source of 
a dianion ligand: (2-L)* 2 . 

33. A process according to claim 32 wherein the compound according to the 
formula M(X*h is prepared by contacting a compound according to the formula M W (X*) 3 or 
M**(X*)a, or a solvated adduct thereof, in a solvent, with a reducing agent under reducing 
conditions so as to form the metal complex MX* 2 , or a solvated adduct thereof, 
wherein, 

M* is titanium or zirconium in the +3 formal oxidation state ; 
M** is titanium or zirconium in the +4 formal oxidation state; and 
X* is halo. 



20 



25 



30 



35 
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